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PROBLEM TO BE SOLVED: To provide an apparatus 
for drying a wet membrane formed of a plurality of fiber 
bundles at a time by means of micro-wave irradiation, 
capable of uniformly drying all the bundles. 
SOLUTION: This apparatus for drying the hollow fiber 
. membrane is characterized by comprising, in a vessel a 
- -^3 means of micro- wave irradiation, a means to carry the 
bundles fixed thereon into or out of the vessel, and a 
means to pass a liquid having a dielectric loss coefficient 
of 1 to 50 therethrough. 
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CLAIMS 



[Claim(s)] 

[Claim 1] The dryer of the hollow Gber charactoized by having a means to pass the liquid whose 
dielectric loss multipliers are 1-50 the means which is equipment for drying the humid fibn 
****(ed) in the shape of a thread, fixes in a container a microwave exposure means and the 
humid fihn ****(ed) in the shape of a thread, and is carried in and taken out, and into a 
container. 

[Claim 2] Equipment according to claim 1 characterized by having piping for passing the liquid 
whose dielectric loss mxiltipliers are 1-50 around the metal part in a container, or a metal part. 
[Claim 3] Equipment according to claim 1 or 2 characterized by two or more microwave 
exposure means existing. 

[Claim 4] Equipment according to claim 1 to 3 characterized by having a means to ventilate to a 
thread. 

[Claim 5] Equipment according to claim 1 to 4 characterized by having further a means to rotate 
a means to fix, and to carry in and take out the humid film ****(ed) in the shape of a thread. 
[Claim 6] Equipment according to claim 1 to 5 characterized by a container having a microwave 
cutoff function. 

[Claim 7] Equipment according to claim 1 to 6 characterized by having further the temperature 
control means which keeps the temperature in a container constant. 
[Claim 8] Equipment according to claim 1 to 7 characterized by having further a means to 
circulate through the gas in a container. 

[Claim 9] Equipment according to claim 1 to 8 characterized by having further a means to 
permute the gas in a contains by the external gas. 

[Claim 10] Equipment according to claim 1 to 9 whose hollow fiber is hollow filament-like 
blood purification film. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to the dryer of a hollow fiber. More, this invention 
is equipment for drying the humid film ****(ed) in the shape of a thread by microwave exposure 
at two or more bundle coincidence, and relates to the dryer aiming at preventing the poor engine 
performance of some [ by the local temperature rise in an irradiation reactor ] threads, and drying 
all threads to homogeneity at a detail. 



[0002] 

[Description of the Prior Art] The techmque of using the fihn which has alternative permeability 
progresses splendidly in recent years, and utilization in extensive fields, such as a separation 
filter of a gas or a liquid, hemodialyzer in the medical field, a blood filter, and a constituent-of- 
blood selection separation filter, is progressing until now. As an ingredient of this film, 
polymers, such as cellulose types (a regenerated-cellulose system, a cellulose acetate system, 
chemistry denaturation cellulose type, etc.), a polyacrylonitrile system, a 
polymethylmethacrylate system, a polysulfone system, a polyethylene vinyl alcohol system, and 
a polyamide system, have been used. Among these, since haemocompatibility of a polysulfone 
system polymer improves by in addition to the thermal stability, acid-proof, and alkali resistance 
adding a hydrophilization agent to a film production undiluted solution, and producing a fihn to 
it, it was observed as a semipermeable membrane raw material, and research has been advanced. 
[0003] On the other hand, in order to paste up the fihn and to produce a module, it is necessary to 
dry the fihn but, and if the porous membrane which consists of an organic macromolecule, the 
permeable membrane which consists of hydrophobic polymers, such as a polysulfone system, 
especially, and ultrafiltration membrane are dried after fihn production, it is known that the 
amount of water penetration will fall r^arkably compared with desiccation before. Therefore, 
the fihn always needed to be dealt with in the damp or wet condition and the condition of having 
made water immersed. 

[0004] The approach taken from the former as this cure was putting low volatility organic 
Uquids, such as a glycerol, in the hole part in porous membrane after fihn production and before 
desiccation. However, since hyperviscosity [ a low volatility organic Uquid ] generally, although 
washing clearance took time amount, module molding of the film was carried out and after 
washing was a minute amoimt, the problem was to see the effluent of the low volatility organic 
liquid origin etc. in module mounting fluid (various derivatives which reacted chemically with 
the low volatiUty organic Uquid, and were generated). 

[0005] Although the method of using the mineral salt of a calcium chloride etc. instead of a low 
volatiUty organic Uquid is shown in JP,6-277470,A as an approach of drying without using a low 
volatility organic liquid, there is no change in the need of carrying out washing clearance. 
Moreover, though it is a minute amoxmt, it is apprehensive about the adverse effect which the 
mineral salt which remained has on a dialysis patient. 

[0006] Moreover, the manufacture approach of the hollow fiber which irradiates microwave is 
shown in JP,1 1-332980,A as the membranous desiccation approach, performing moist heat 
treatment by the steam to a hollow fiber. However, since steam treatment is carried out in order 
to prevent deformation of the film, though it is desiccation, there is a fault which lengthens the 
drying time, and fiirther, since it is the desiccation after making low volatility organic Uquids, 
such as a glycerol, adhere, the object of reducing the effluent fi-om the fihn is not attained. 
[0007] The hydrophilization film containmg the polyvinyl pyrrolidone which carried out 
desiccation processing to JP,8-52331,A and JP,8-9668,B» without usmg a low volatility organic 
liquid is indicated. Although the engine performance which separates a plasma component fi-om 
blood is indicated by these, since plasma protein penetrates, it turns out that it is not effective as 
permeable membrane. Moreover, since the polyvinyl pyrrolidone is dried at the temperature 
decomposed and denatured, in the object of reducing the effluent from the film, it is the process 
which is not very desirable. 

[0008] Moreover, the hollow fiber to which blood made abundance of the polyvinyl pyrroUdone 
m the fihn mtemal surface which contacts directly about 20 - 50% is indicated by JP,6- 



296686 A- This shows the hxraiid film for mainly lessening affixes, such as blood protein and a 
platelet. Therefore, although it is shown tiiat aging of a filtrate rate cannot h^pen easily since 
blood protein cannot adhere easily, there is no publication about dialysis engine performance, 
like the permeability of albumin is low. 

[0009] this invention person proposed and did patent application of the approach of drying the 
humid fihn which has the specific engine performance, without sinking in low volatility organic 
liquids, such as a glycerol, and manufacturing the highly efficient blood purification fihn 
(application for patent No. 22246 [ 2001 to ]). However, when it was made the shape of a thread 
as a result of a subsequent examination and dried, it became clear by the core of a thread, and the 
film of the periphery section that some engine-performance difference arises. 
[0010] Then, this invention person proposed and did patent application of the approach of 
manufacturing the blood purification fihn which has improved the engine-performance 
difference in a thread (an application for patent No. 309673 [ 2001 to ], an apphcation for patent 
No. 309674 [ 2001 to ], application for patent No. 309675 [ 2001 to ]). However, in order to dry 
two or more threads simultaneously, when microwave irradiation equipment (irradiation reactor) 
was scaled up as a result of the further examination of tiiis mvention persons' after that, also by 
these approaches, the local temperature rise of a thread hi^pened and it became clear that some 
threads become poor [ the engine performance ]. 
[0011] 

[Problem(s) to be Solved by the Invention] The technical problem of this invention is the dryer 
of the hollow fiber for drying the humid film ****(ed) in the shape of a thread to two or more 
coincidence by microwave exposure, and is to offer the dryer aiming at preventing the poor 
engine performance of some [ by the local temperature rise in an irradiation reactor ] threads, and 
drying all threads to homogeneity, 
[0012] 

[Means for Solving the Problem] There was no desiccation film for blood purification which has 
the dialysis engine performance dried without using the pit hold-back agent leading to the 
effluent from a module like the above to this invention person's etc. application invention 
(application for patent No. 22246 [ 2001 to ]). When the cause was dried without using a pit 
hold-back agent, the damp or wet condition was becoming the fihn of completely different low 
engine performance. Then, this invention person etc. produces beforehand the humid film which 
has the specific engine performance which is a diameter of an osculum in the amount of high 
water penetration rather than the target engine performance by application in the first half There 
is nothing to the former of manufacturing the film which is made dried and contracting this and 
has the dialysis engine performance of a target. As a result of advancing research wholeheartedly 
based on the way of thinking that nobody thought of, there were very few effluents and the 
approach of obtaining the film which has the dialysis engine performance adhesion of blood 
protein and a platelet excelled [ engine performance ] in little permselectivity was offered. 
[0013] Then, when research was advanced further, this invention persons discovered that 
dispersion arose in the amount of water penetration, or penetrable abiUty by the core of a thread, 
and the film of the periphery section, when manufacturing the blood purification film by the 
approach of an application for patent No. 22246 [ 2001 to ], and tiie humid film was made into 
the shape of a thread and it dried. Then, in order to abolish dispersion, as a result of inquiring 
wholeheartedly, with devising a desiccation process, it foimd out that dispersion was suppressed 
and it newly carried out patent ^plication (an ^plication for patent No. 309673 [ 2001 to ], an 
apphcation for patent No. 309674 [ 2001 to ], application for patent No. 309675 [ 2001 to ]). 



[0014] However, in order to dry two or more threads simultaneously, as a result of scaling up 
microwave irradiation equipment as a result of a subsequrait examination, the thread which 
becomes poor [ tiie engine performance ] was generated. Although a cause is not clear, when the 
metal member which constitutes the tray used since a thread is fixed by the scale-up heats and 
discharges, it is guessed that some threads in an irradiation reactor carry out a temperature rise 
quickly, and it becomes poor [ the engine performance ]. It is difficult to produce only with 
plastics, without using a metal, since a tray is used also for receipts and payments of the thread 
into an irradiation reactor in order for a mechanical strength to fall. Then, in order to prevent 
heating and discharge of a metal member, as a result of inquiring wholeheartedly, it results in 
header this invention that some local temperature rises of a thread can be suppressed by passing 
the fluid (liquid) fi-om which microwave [ surplus / except being used for the oscillation (heating 
of a water molecule) of the water molecule in a thread ] is removed efficiently in an irradiation 
reactor especially on the outskirts of a metal member or the outskirts of it. 
[0015] This invention is equipment for drying the humid film ****(ed) in the shape of (1) thread. 
In a container Namely, a microwave exposure means. The dryer of the hollow fiber characterized 
by having a means to fix, and to carry in and take out the humid fihn ****(ed) in the shape of a 
thread, and a means to pass in a container the liquid whose dielectric loss multipliers are 1-50, 
(2) Equipment of the above-mentioned (1) publication characterized by having piping for passing 
the liquid whose dielectric loss multipliers are 1-50 around the metal part in a container, or a 
metal part, (3) The above (1) characterized by two or more means to irradiate microwave 
existing, or a manufacturing installation given in (2), (4) The means used in order to fix and take 
the manufacturing installation given in either of - (3) and (1) (5) thread which are characterized 
by having a means to ventilate to a thread in and out is fixed. A manufacturing installation given 
in either of (1) - (4) characterized by having the means furthermore rotated, (6) A manufacturing 
installation given in either of (1) - (5) characterized by having the function in which a container 
intercepts microwave, (7) A manufactxiring installation given in either of (1) - (6) characterized 
by having the function which a container keeps the temperature of the gas in a container 
constant, (8) A manufacturing installation given in either of (1) - (7) characterized by having the 
function in which a container circulates through the gas in a container, (9) It is related with 
equipment a manufacturing installation given in either of - (8), and given in either of above- 
mentioned (1) - (9) whose (1) (10) hollow fiber to which a container is characterized by having 
the function to replace the gas in a container with an extemal gas is hollow filament-like blood 
purification film. 
[0016] 

[Embodiment of the Invention] Although this invention is not necessarily restricted to the dryer 
of the hollow filament-like blood purification film, below, it explains the dryer of the hollow 
filament-like blood purification film (only henceforth the "film" or the "hollow filament-like 
film") of this invention. Although it is desirable that a pit hold-back agent is not included as for 
the hollow filament-like blood purification fihn manufactured using the dryer of this invention, it 
is not necessarily restricted to it. 

[0017] Below, the manufacture approach of the hollow filament-like blood purification film 
dried using the dryer of this invention is explained first. The manufacture approach of the hollow 
filament-like blood purification film of this invention manufactures the humid film of a big 
aperture beforehand in the amount of high water penetration, and has the description to make it 
dry without carrying out impregnation of the pit hold-back agent after desolventization. 
[001 8] Usually, it is classified into tiie inorganic substance with which the pit hold-back agent 



used in case the hollow j51ament-like blood purification film is manufactured is anxious about the 
toxicity to the organic substance and the body which have viscosity. Since the pit hold-back 
agent which consists of the organic substance which has viscosity has high viscosity and it is 
difficult to carry out washing clearance thoroughly, it can change with the cause which remains 
in the film, is made to increase the elution volume from the film, reacts chemically with the pit 
hold-back agent which remained fiirther, and produces deleterious material. On the other hand, 
since it remains in a minute amount also in the pit hold-back agent which consists of an 
inorganic substance, it is apprehensive about the adverse effect which it has on a dialysis patient. 
[0019] The pit hold-back agent as used in the field of this invention is matter put in the hole part 
in the film in the manufacture process before drying in order to prevent the degradation at the 
time of desiccation. It is possible by immersing the humid film in the solution containing a pit 
hold-back agent to put this hold-back agent in the hole part in the film. If even washing and 
clearance carry out a pit hold-back agent also even for after desiccation, it is possible to hold 
engine performance, such as the amount of water penetration equivalent to the humid fihn and 
rejection, according to the effectiveness of a pit hold-back agent. 

[0020] As a pit hold-back agent, the mineral salt of organic compounds, such as ethylene glycol, 
propylene glycol, a trimethylene glycol, 1, 2-butylene glycol, 1, 3-butylene glycol, and a sucrose 
fatty acid ester, and a calcium chloride, a sodium carbonate, sodium acetate, magnesium sulfate, 
a sodium sulfate, a zinc chloride, etc. can be mentioned. 

[0021] Moreover, in this invention, the amounts of water penetration are lOOniL(s) / (m2 and hr- 
irnnHg) above in the amount of high water penetration, and the humid film of a big aperture 
means the humid film which the transmission of the polyvinyl pyrrolidone of wei^t average 
molecular weight 40,000 exceeds 75%, and has the engine performance whose transmission of 
the albumin in a cow plasma system is 0.3% or more, 

[0022] The permeability of cow plasma albumin can be measured by the following approaches. 
First, 100 hollow filament-like film with a die length of 20cm is bundled, and a small module is 
produced. The heparinize cow plasma (heparin 5000 lU/I, protein concentration 6.0 g/dL 
(deciUter)) wanned to this module at 37 degrees C is passed with the linear velocity of 
1 .Ocm/second to a fihn internal-surface side, a module enters, and an ultrafiltration is performed 
for 30 minutes in mean-pressure 50mmHg of** and ****. It computes permeability by 
measuring measurement of the concentration of the obtained filtrate and former liquid on the 
wavelength of 280nm with an ultraviolet spectroscopy photometer, and substituting it for the 
following formula (1). 

Permeability (%) =(absorbance of filtrate) xlOO/(absorbance of former liquid) (1) 
[0023] The transmission of a polyvinyl pyrrolidone is called for by performing the same 
actuation as measurement of the transmission of cow plasma albumin except having used the 
water solution to filter as the phosphoric-acid buffer (0.15-mol [ // 1. ], pH7.4) water solution of 
3% of the weight of a polyvinyl pyrrolidone (BASF A.G. make K30, weight average molecular 
weight 40,000), and the module having entered and having set the mean pressure of ** and **** 
to 200mmHg(s). 

[0024] After the humid film of a big ^erture making a polysulfone system polymer (only 
henceforth a "polymer"), a polyvinyl pyrrolidone, and the film production undiluted solution that 
consists of a solvent breathe out from a double annular nozzle with internal liquid in the amount 
of high water penefration and passing an air gap, in the manufacture approach made to solidify 
by the coagulation bath, it can manufacture by using the water solution of the solvent of a 
polymo" for intemal liquid. 



[0025] Although internal liquid makes a membranous centrum and a membranous internal 
surface form, it turns out that the aperture of an intOTial surface becomes large in proportion to 
the solvent concentration in internal liquid. In this invention, since the prameable membrane of 
the engine performance of a target is obtained by carrying out drying shrinkage of the humid 
film, compared with the time of manufacturing the humid film which has the target solvent 
concentration in internal hquid dialysis-engine performance, it is necessary to make it high 
concentration. 

[0026] What has the repeat unit shown by the following formula (2) or the formula (3) as a 
polysulfone system polymer used by this invention is mentioned. In addition, Ar in a formula 
shows the phenyl group of two permutations in the para position, and limits neither about 
polymerization degree nor especially molecular weight. 
-0-Ar-C(CH3)2-Ar-0-Ar-S02-Ar- (2) 
-0-Ar-S02-Ar- (3) 

[0027] Since the hydrophilization effectiveness to the fihn is as high as the thing of the amount 
of macromolecules and littie and as sufficient effectiveness as the thing of the amount of 
macromolecules can danonstrate a polyvinyl pyrrolidone, in this invention, a with a weight 
average molecular weight of 900,000 or more polyvinyl pyrrolidone is used. Although it is 
necessary to make the polyvinyl pyrrolidone of a large quantity remain in the film in order to 
give the hydrophilization effectiveness to the film using the polyvinyl pyrrohdone which has 
weight average molecular weight smaller than 900,000 for this reason, the effluent fi-om the fihn 
will increase. Moreover, in order to lower an effluent to reverse, when ullage in the inside of the 
film of the polyvinyl pyrroUdone of weight average molecular weight smaller than 900,000 was 
lessened, the hydrophiHzation effectiveness becomes imperfection and hemodialysis is 
performed as a result, lowering of filtration velocity with time is caused and sufficient 
effectiveness cannot be demonstrated. 

[0028] Moreover, both the solvents used for the dissolution of a polysulfone system polymer and 
a polyvinyl pyrroUdone dissolve both these, and are a N-methyl-2-pyrrolidone, N.N- 
dimethylformamide, N,N-dimethylacetaniide, etc. 

[0029] Especially if the polymer concentration in a film production undiluted solution is the 
range of concentration where the film which could produce the film and was obtained has the 
engine performance as film, it will not be restricted, but it is 10 - 30 % of the weight preferably 
five to 35 % of the weight. In order to attain permeable hi^ ability, the lower one of polymer 
concoQtration is good, and its 10 - 25 % of the weight is desirable. 

[0030] A still more important thing is the addition of a polyvinyl pyrrolidone, and the mixing 
ratio of the polyvinyl pyrroHdone to a polymer is 20 - 27 % of the weight still more preferably 
ten to 27% of the weight preferably 27 or less % of the weight. It is difficult to be in the 
inclination whose elution volume increases, when the mixing ratio of the polyvinyl pyrroUdone 
to a polymer exceeds 27 % of the weight, and to obtain the film of sponge structure, since the 
viscosity of a film production undiluted solution is low at less than 10 % of the weight. 
Moreover, what is necessary is it to be also possible for to add the 4th component, such as water 
and a poor solvent, in order to control undiluted solution viscosity and a dissolution condition, 
and for combination just to perform the class and an addition at any time. 
[0031] Water is desirable although the liquid which does not dissolve polymers, such as aliphatic 
hydrocarbon, such as alcohols; ether;n-hexanes, such as a water; methanol and ethanol, and n- 
heptane, for example is used as a coagulation bath. Moreover, it is also possible to control a 
coagulation rate by adding a Uttle the solvent which dissolves a polymer in a coagulation bath. - 



30-90 degrees C of 0-90 degrees C of temperature of a coagulation bath are 0-80 degrees C still 
more preferably preferably. The temparature of a coagulation bath exceeds 90 degrees C, or the 
surface state of &e hollow filament-like fibn in a coagulation bath camiot be easily stabilized as 
it is less than -30 degrees C. 

[0032] Desiccation after desolventization washing is performed to the thread which is fully 
carrying out humidity with the gestalt (it is only henceforth called a "thread") of the thread which 
bundled several hollow filament-like many film by carrying out a microwave exposure. 
However, since it is suitable for drying the thread of low water content to homogeneity more, in 
order to prevent deformation and melting of the film by fault heating, when the average water 
content of a thread becomes 50 - 70% more preferably 20 to 70%, it is desirable [ a microwave 
exposure ] to reduce the output of a microwave exposure. 

[0033] Furthermore, it is desirable that the difference of the water content of the fihn in the core 
and the periphery section of this thread in the event of the average water content of a thread 
becoming 50 - 70% preferably 20 to 70% is less than 5% in order to suppress dispersion in the 
engine performance. It is possible at the time of desiccation to make the difference of the water 
content of the film in the core and the periphery section of a thread less than 5% by ventilating in 
a thread. Here, the core of a thread means one sixth of the range of a diameter from the central 
point in the circle configuration cross section of a thread. Moreover, the periphery section of a 
thread means one sixth of the range of a diameter from a periphery in the circle configuration 
cross section of a thread. 

[0034] Moreover, since it is the same, it is desirable also about the thread at the time of 
desiccation initiation that the difference of the water content of the film in the core and the 
periphery section of a thread is less than 10%. If the thread after desolventization is left, since a 
difference will arise in the water content of the core of a thread, and the periphery section, it is 
possible by immersing a thread underwater again, just before going into a desiccation process to 
make the difference of the water content of a thread core and the periphery section less than 
10%. 

[0035] Here, water content means what is calculated by count by (4) types from the weight (A 
(g)) of the thread before desiccation (or fihn), and the wei^t (B (g)) of a desiccation thread (or 
film). 

Water content (%) =(A-B)xl00/B (4) 

Furthermore, in order to aboUsh the difference of the rate of drying of the core of a thread, and 
the periphery section, it is desirable to ventilate in a thread the dehumidification gas of the 
temperature which does not exceed 40 degrees C. It means passing a wind between hollow 
filament-like fihn as ventilating in a thread. In this invention, ventilating a with a 40-degree-C or 
more temperature [ temperature 120 degrees C or less ] dehumidification gas in a thread means 
performing stoving to a thread at the same time it ventilates in a thread. 
[0036] In this invention, the microwave exposure to a thread is performed to two or more bundle 
coincidence in the sealed irradiation reactor (inside of a container). A thread is made to fix on the 
tray which consists of a metal member and anormietal (for example, plastics). Although the 
oscillation (heating of a water molecule) of the water molecule in a thread is made to consume 
microwave, excessive microwave causes heating and discharge of a metal member by one side. 
This heating and discharge cause the local temperature rise of a thread, and causes some poor 
engine performance of a thread. In order to lose the poor engine performance, in this invention, it 
made it possible to remove excessive microwave by passing in piping which installed the Uquid 
with the high absorptive power of microwave in the irradiation reactor. 



[0037] As for the absorptive power of microwave, it is desirable to pour a liquid with a big 
dielectric loss multiplier, since it is proportional to the magnitude of a dielectric loss multiplia", 
and it is desirable that it is the liquid whose values of a dielectric loss multiplier are 1-50. The 
hquid with which a dielectric loss multiplier exceeds 50 preferably [ since the absorptive power 
of microwave is low at less than one ] is water of a supercooling condition etc., and is not 
practical. 

[0038] The dielectric loss multipUer in this invention means the product of the specific inductive 
capacity of the matter, and the value of a dielectric dissipation factor measured on the frequency 
of 2,450MHz (mega hertz). A dielectric loss multipUer as a hquid of 1-50 Alcohols; ethylene 
glycol, such as water; methyl alcohol and ethyl alcohol, Propylene glycol, a trimethylene glycol, 
1, 2-butylene glycol, 1, 3-butylene glycol, 2-butine -1, 4-diol, the 2-methyl -2, 4-PENTA diol, 2- 
ethyl -1, 3-hexandiol, a glycerol, tetraethylene glycol. Water is the most desirable although the 
glycol system or glycerol system compound of a polyethylene glycol 200, a polyethylene glycol 
300, and polyethylene-glycol 400 grade can be mentioned. 

[0039] In this invention, a waveguide means the source of an exposure of microwave. As for a 
waveguide, it is desirable to use more than one in proportion to the number of threads. Moreover, 
although the high thing of the output of microwave is desirable, an optimum value changes with 
the amounts and water content of the film to dry. 

[0040] Since a part of PVP in the film can be insolubilized in water by irradiating radiations, 
such as an electron ray and a gamma ray, at the film after desiccation, it is possible to reduce the 
elution volume from the fihn more. Whichever after a modularization of the exposure of a 
radiation is sufficient as a modularization fix)nt stirrup. Moreover, if all PVP in tiie film is 
insolubilized, while an elution volume can be reduced, it is not desirable fix)m a leuco PENIA 
symptom being observed at the time of dialysis. 

[0041] With PVP unnecessary in the water as used in the field of this invention, the meltable 
amount of PVP is deducted from the total amount of PVP in the fihn in water. The total amount 
of PVP in the fihn is easily computable with the elemental analysis of nitrogen and sulfiir. 
Moreover, the amount of PVP meltable in water can be calculated by the following approaches. 
After dissolving the fihn thoroughly by the N-methyl-2-pyrrolidone, water is added in the 
obtained polymer solution and a polysulfone system polymer is settied thoroughly. After putting 
this polymer solution fiirthermore, the quantum of meltable PVP can be carried out to water by 
carrying out the quantum of the amount of PVP in a supernatant with Uquid chromatography. 
[0042] Especially the dryer of this invention is equipment suitable for drying tiie humid fihn 
which does not contain the pit hold-back agent ****(ed) in the shape of a thread to two or more 
coincidence, and the fihn obtained using this equipment It is the desiccation film which does not 
contain a pit hold-back agent. The permeability of the polyvinyl pyrrohdone of 10-l,000mL/(m2 
and hr-mmHg) and weight average molecular weight 40,000 at 75% or less [ the amount of water 
penetration of pm-e water ] And the fransmission of the albumin in a cow plasma system is less 
than 0.3%, and it is the hollow filament-like blood purification film characterized by the 
variation in each engine performance being still smaller. 

[0043] Although the beta 2-microglobulin (molecular weight: 1 1,800) made into the causative 
agent for the improvement of dialysis amyloid condition of disease is made to fiiUy penetrate in 
the latest hemodialysis therapy, the fihn which has the fractionation nature which does not make 
most albumin (molecular weight: 67,000) penetrate is called for, and the permeabiUty of albumin 
[ in / in the film of this invention / a cow plasma system ] is 0.3% or less. Since it means losing 
greatiy albumin effective in the inside of the body, it is not desirable as hemodialysis film that 



the transmission of albumin exceeds 0.3%. 

[0044] Moreover, the linear correlation which the amount of water penetration of pure water 
shows in the following formula (5) at the transmission (A (%)) of a polyvinyl pyrrolidone and 
the path clearance (B (a part for mL/)) of beta 2-microglobulin in the film of lOmL(s) / (m2 and 
hr-mmHg) more than exists. Although it is required for path clearance assessment to fabricate 
and process the module of the dialysis specification which has the effective film surface product 
of 2 1.5m, with this assessment approach, it is measurable in simple, and it is possible to guess 
path clearance easily. 
B(part for mL/) =0.636A+29.99 (5) 

Here, in accordance with the performance-evaluation critoria of Japanese Society for Artificial 
Organs, dialysis measurement of the path clearance of beta 2-microglobulin is carried out at the 
module of the effective film surface product of 2 under a part (film internal-surface side) for 
blood flow rate 200mL/, and the conditions for dialysing fluid flow rate 500mL/(film outside- 
sxu-face side) 1.5m. Although, as for the path clearance of beta 2-microglobulin, various things 
are demanded according to a dialysis patient's physical strength, or the percentage of completion 
of condition of disease and condition of disease, if the transmission of a polyvinyl pyrrolidone 
exceeds 75%, since the transmission of albumin will exceed 0.3%, the transmission of a 
polyvinyl pyrroUdone needs to be 75% or less. 

[0045] Moreover, since the pit hold-back agent is not being used for the film made by this 
invention by the production process, the effluent of the pit hold-back agent origin does not exist. 
Therefore, the absorbance of the effluent test fluid of the film of this invention is less than 0.04, 
and does not contain a pit hold-back agent in this test fluid. With effluent test fluid, it adjusts 
here based on hemodialysis apparatus acknowledgement criteria, and after putting 1.5g of 
desiccation hollow filament-like film cut to 2cm, and distilled-water-for-injection 150mL into 
the glassware which suits the alkali dissolution test of the glassware trial for injection of a 
Japanese pharmacopoeia, warming at 70**5 degrees C for 1 hour and removing the fihn after 
cooling, what added distilled water and was set to 150mL(s) is meant. An absorbance is 
measured with an ultraviolet absorption spectrum on the wavelengfli which shows the maximum 
absorption wavelength in 220-350nm. Although making an absorbance or less into 0.1 is defined 
on hemodialysis apparatus acknowledgement criteria, since the film of this invention does not 
hold a pit hold-back agent, it can attain less than 0.04. Moreover, about the existence of a pit 
hold-back agent, it is detectable by measuring the thing which condensed or removed [ moisture 
] this test fluid by well-known approaches, such as a gas chromatography, liquid 
chromatography, differential refi-active media, an ultraviolet spectroscopy photometer, an 
infi-ared absorptiometry, nuclear-magnetic-resonance spectroscopy, and elemental analysis. 
Moreover, it is detectable also about whetiier a pit hold-back agent is included in the film with 
these measiuing methods. 

[0046] The film made by this invention consists of a polysulfone system polymer and a 
polyvinyl pyrrolidone, and the concentration of the polyvinyl pyrroUdone in a fihn internal 
surface is 30 - 45 % of the weight. By the polysulfone system film which is the hydrophilic 
property of the film internal surface which blood touches, and contains a polyvinyl pyrrolidone 
(only henceforth "PVP"), the PVP concentration of a fihn internal surface is important for a 
factor important for membranous haemocompatibility. When the PVP concentration of a film 
internal surface is too low, a fihn internal surface shows hydrophobicity, plasma protein tends to 
adsorb, and the coagulation of blood also tends to take place. That is, it becomes membranous 
poor haemocompatibility. Conversely, if the PVP concentration of a film internal surface is too 



high, the elution volume to the blood system of PVP will increase, and the result which is not 
desirable will be given for the object and application of this invention. Therefore, the 
concentration of PVP of the jBhn internal surface in this invention is 30 - 40% of range, and is 33 
- 40% preferably. 

[0047] The PVP concentration of a film internal surface is determined by the X ray photon 
spectrum (X-ray Photoelectron spectroscopy, henceforth, XPS). That is, afl;er measurement of 
XPS of a fihn internal surface arranges a sample in on a double-sided tape, a cutter cuts it open 
to fiber shaft orientations, and after extending so that the membranous inside may become a 
table, it is measured by the usual approach. That is, Cls and 01s, the concentration for which it 
asked using the relative sensitivity coefficient of equipment attachment firom the surface 
concenti-ation (nitrogen atom concentration) of nitrogen and sulphuric surface concentration 
(sulfiir atom concenti-ation) is said fi-om the integrated intensity of Nls and an S2p spectiirai, and 
when a polysulfone system polymer is the structure of (2) types, it can ask by count by (6) types. 
PVP concentiation (% of the weight) =ClMlxl00/(ClMl+C2M2) (6) 
It is here and is CI rnitrogen atom concentration (%). 
C2: Sulfiir atom concentration (%) 
Ml :P Molecular weight of the repeat unit of VP (111) 

M2: Molecular weight of the repeat unit of a polysulfone system polymer (442) 
[0048] Next, an example of the dryer of this invention is explained with reference to a drawing. 
The dryer shown in drawing 1 consists of a revolution means (6) which fixes a container (1), a 
microwave exposure means (2), a means (3) to fix, and to carry in and take out a thread, a thread 
ventilation means (4), a means (5) to pass the liquid whose dielectric loss multipUers are 1-50, 
and a means (3) to fix, and to carry in and take out a thread, and is rotated. 
[0049] The tiiread (7) fixed to the means (3) used in order to fix and to carry in and take out a 
thread is dried by the microwave irradiated fi-om the microwave exposure means (2) within the 
container (1). A dehumidification gas is passed by the thread with a ventilation means (4) during 
a microwave exposure. Since a means (5) to pass the liquid whose dielectiic loss multipUers are 
1-50 is fiulhermore established in the container, as a result of absorbing surplus microwave and 
preventing a local temperature rise, all tiireads can be dried to homogeneity. 
[0050] A container (1) has fiirther the fimction which intercepts (a) microwave, the temperatiire 
control means which keeps the temperature in the (b) container constant, a means to circulate 
through the gas in the (c) container, and a means to permute the gas in the (d) container by the 
external gas. The fimction which into-cepts microwave not only uses microwave for desiccation 
of a thread effectively, but is the insurance top need for an operator. Moreover, in order to 
abolish the engine-performance difference between desiccation batches, it is required to keep the 
temperature in a container constant. Furthermore, it is possible by replacing the gas in a 
container with circulation and the exterior to improve drying efficiency. 
[0051] Although it is not used since microwave is irradiated at a thread (7), and a configuration 
and especially magnitude are not limited, in order to dry two or more threads xmiformly, as for a 
microwave exposure means (2), it is desirable to install more than one in a container. The means 
(3) used in order to fix and to carry in and take out a thread is used in order to fix the location of 
the thread within a container and to dry efficiently. Furthamore, immobilization and carrying-in 
/ taking-out means (3) can be removed &om a dryer, in order to make immobilization and 
ejection of a thread easy, A thread ventilation means (4) is used in order to ventilate a gas in a 
thread. 

[0052] Althou^ what kind of thing is sufficient as it as long as a means (5) to pass the liquid 



whose dielectric loss multipliers are 1-50 is a means by which a Uquid can be poured, it is 
desirable that it is piping made from a nomnetal which makes the interior pass the Uquid whose 
dielectric loss multipliers are 1-50. As for piping for liquid passage, it is desirable that it prepares 
metal members, such as a metal fixture, on the metal mranber in an irradiation reactor or the 
outskirts of it since excessive microwave tends to heat and discharge. The means (6) which fixes 
a means (3) to fix, and to carry in and take out a thread, and is rotated further is used in order to 
make the microwave exposure to a thread more equal. The revolution is horizontal. 
[0053] 

[Example] Although the example of this invention is shown below, this invention is not limited 
to this. 

(Measurement of the amount of platelet adhesion) The following operating procedure performed 
measurement of the amount of platelet adhesion to the fihn. Bundle ten hollow filament-like film 
with a die length of 15cm, produce a small module, and this module is made to pass heparinize 
Homo sapiens firesh blood for 15 minutes with the linear velocity of l.Ocm/second, and the 
physiological saline was continuously passed for 1 minute. Next, it computed as LDH activity of 
per a film surface product (internal-surface conversion) by carrying out the quantum of the 
lactate dehydrogenase (henceforth "LDH") emitted from the platelet which carried out beating of 
the hollow filament-Uke film to 5mm spacing extent, carried out ultrasonic irradiation in the 
physiological saline which contains the polyethylene-glycol alkylphenyl ether (Wako Pure Chem 
trade name triton X-100) 0.5%, and adhered to the fihn front face. Measurement of enzyme 
activity used the LDH mono-test kit (Boehringer Mannheim and made in Yamanouchi). hi 
addition, it compared with a specimen and coincidence using the fihn (what was obtained by 
being immersed in ethanol for one day after the fihn of fiie example 1 in fixjnt of gamma 
irradiation was immersed in the sodium hypochlorite with an available chlorine concentration of 
1,500 ppm for two days) which does not contain PVP as positive control. 
[0054] (Plasma protein amount of adsorption) Except having carried out ultrafiltration time 
amount in 240 minutes, after the plasma protein amoimt of adsorption to the fihn performed the 
same actuation as the fransmissometry of ^bumin, the physiological saline washed it for 1 
minute. Next, it computed as the protein amount of adsorption per film weight by carrymg out 
beating of the hollow filament-like fihn to 5mm spacing extent, and carrying out the quantum of 
the plasma protein stirred and extracted in the physiological saline which contains lauryl acid 
sodium 1.0%. Protein concentration used BCA protein assay (made in Pierce), hi addition, it 
compared with a specimen and coincidence using the fihn (what was obtained by being 
immersed in ethanol for one day after the fihn of the example 1 in fiiont of gamma irradiation 
was inmiCTsed in the sodium hypochlorite with an available chlorine concentration of 1,500 ppm 
for two days) which does not contain PVP as positive control. 
[0055] 

[Example 1] (Film production and clearance of a residual solvent) It dissolved in 77.7 % of the 
weight of N,N-dimethylacetamide, and 18.0 % of the weight (product P-1700 made from Amoco 
Engineering Polymers) of polysulfones and 4.3 % of the weight (BASF A.G. make K90, weight 
average molecular weight 1,200,000) of polyvinyl pyrrolidones were used as the uniform 
solution. Here, the mixing ratio of the polyvinyl pyrrolidone to the polysulfone in a film 
production undiluted solution was 23.9 % of the weight. This fihn production undiluted solution 
was kept at 60 degrees C, and it was immersed to the coagulation bath which is made to breathe 
out from a spinning port (double annular nozzle 0.1mm - 0.2 mm to 0.3 mm), is made to pass a 
0.96m air gap, and consists of 75-degree C water with the internal liquid which consists of a 



mixed solution of 30 % of the weight of N,N-(iimethylacetamide, and 70 % of the weight of 
water. At this time, from a spinning port to the coagulation bath was surrounded by the cylinder- 
like cylinder, the humidity in a cylinda- was controlled and temperature was controlled for the 
nitrogen gas which contained the steam in the cylinder at 51 degrees C 54.5% with the sink. 
Spinning speed was fixed to a part for 80m/. Here, the ratio of the air gap to spinning speed was 
0.012m/(a part for m/). The residual solvent in the film was removed after cutting the rolled- 
round thread by washing a 80-degree C hot water shower over 2 hours fi-om the cutting plane 
upper part of a thread (die length of 30cm, 9400 film numbers). 
[0056] The equipment shown in drawing 1 is used. (Desiccation of the himiid film and 
insolubilization processing of PVP) The thread after the above-mentioned residual solvent 
clearance (the water content of the film of a tiiread core 300% 300%) [ water content ] The 
difference of the water content of the fihn [ in / in the water content of the film of the thread 
periphery section / the core and the periphery section of a thread ] has arranged each uniformly 
by regular intervals 300% by setting a thread to a tray for 90 bimdles 0% in a microwave 
irradiation reactor (3m [/second ] wind speed in an irradiation reactor). It fixed with the fixture 
so that the cutting plane of a thread might surely become a top or the bottom at this time. 
Furthermore, six waveguides were uniformly fixed by regular intervals, respectively so that 
microwave might be irradiated by each thread in an irradiation reactor at homogeneity. 
[0057] The microwave exposure was carried out for 18 minutes with the microwave output of 
30kW (Tdlowatt) to this thread. The water content of the thread located in the core in an 
irradiation reactor at this event was 42% (for the water content of the film of a thread core, the 
water content of the fihn of 44% and the thread periphery section is 40%). Water content 
obtained less than 1% of desiccation film (thread) by reducing only the output of microwave to 
21kW succeedingly, and carrying out a microwave exposure for 8 more minutes. 
[0058] Moreover, the following actuation was performed between the time of desiccation 
initiation, and the time of desiccation termination. 

(1) Water was poured in piping made from a noimietal installed in the surroundings of the tray in 
an irradiation reactor. 

(2) It was made to rotate at tiie rate of 4 revolutions of a tray in 1 minute. 

(3) The temperature in an irradiation reactor was held at 70**2 degrees C. 

(4) Dehumidification air (10% or less of humidity) was ventilated from the lower part of each 
thread from the lower part of a thread to the upper part at the 4m [/second ] wind speed. At this 
time, the 0.4m [/second ] wind speed was measured by the thread average fixtm the upper part of 
a thread at the time of desiccation initiation. Furthermore, a part of PVP in the fihn was 
insolubilized by irradiating the gamma ray of 2.5Mrad(s) at the obtained desiccation film 
(thread). 

[0059] (Performance-evaluation result) Each physical properties of the thread (thread of the 
outermost engine performance) which has the value from which it separated most to the average 
and this average of each physical properties when evaluating all threads are shown in a table 1. 
When the thread (film) equivalent to an avwage value was used as the module of 2 the effective 
filtration area of 1.5m and path clearance of beta 2-ttiicroglobulin was surveyed, it turned out 
that it is by part for 32mL/, and it became clear that it is equivalent to a part for path clearance 
32.5mL/computed by having substituted it for the formula (5). Furthermore, when this module 
performed transit measurement of a urea and vitamin B12, the path clearance and the 
permeability of a urea were part 83% for 185inL(s)/, respectively. Moreover, about vitamin B12, 
it was part 48% for 95mL(sy similarly. Measurement is [0044]. It carried out by the same 



approach. Moreover, 62% of the total amount of PVP in the fihn was insoluble in water. As a 
result of carrymg out a membranous eluting material test, the absorbance of effluent test fluid 
was 0.04 or less. Moreover, since the pit hold-back agent was not used, in effluent test fluid, the 
pit hold-back agent was contained and was not. Furthermore, as for this film, compared with the 
positive control film, the amount of platelet adhesion became low (positive control film 43 
Unit/m2) clear [ that the amount of adhesion of plasma protein is also low ] (positive control film 
63 mg/g). It became clear that this film has very few elution volumes fi-om the film, and there is 
little adhesion of blood protein and a platelet fi-om the engine performance mentioned above. 
Moreover, since the transmission of albumin was excellent also in the path clearance of beta 2- 
microglobulin few, it turned out that it is the film excellent also in the dialysis engine 
performance. Furthermore, it became clear that there are also few engine-performance 
differences with the thread (thread of the outermost engine performance) which has the value 
from which it separated most to the average and this average of all threads compared with the 
example 1 of a comparison. 
[0060] 

[Example 2] The same actuation as an Kcample 1 was performed except having made the 
polyvinyl pyrrolidone in a fihn production undiluted solution, and havmg made N,N- 
dimethylacetamide into 78 % of the weight 4% of the weight. The mixing ratio of the polyvinyl 
pyrrolidone to the polysulfone in the film production undiluted solution at this time was 22.2 % 
of the weight. Each physical properties of the thread (thread of the outermost engine 
performance) which has the value from which it separated most to the average and this average 
of each phj^ical properties when evaluating all the threads at this time are shown in a table 1. It 
became clear that this film has very few elution volumes fi^om the fihn, and there is Uttle 
adhesion of blood protein and a platelet. Moreover, there was little transmission of albumin, and 
since excelling also in the path clearance of beta 2 -microglobulin was suggested, it turned out 
that it is the film excellent also in the dialysis engine performance. Furthermore, it became clear 
that there are also few engine-performance differences with the thread (thread of the outermost 
engine performance) which has the value &om which it separated most to the average and this 
average of all threads compared with the example 1 of a comparison. 
[0061] 

[Example 3] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrrohdone in a fihn production undiluted solution, and having made N,N- 
dimethylacetamide into 77.2 % of the weight 4.8% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the fihn production undiluted solution at this time 
was 26.7 % of the weight. Each physical properties of the thread (tiiread of tiie outermost engme 
performance) which has the value from which it separated most to the average and this average 
of each physical properties when evaluating all the threads at this time are shown in a table 1 . It 
became clear that this film has very few elution volumes from the fihn, and there is little 
adhesion of blood protein and a platelet. Moreover, there was Uttle transmission of albumin, and 
since excelling also in the path clearance of beta 2-microglobulin was suggested, it turned out 
that it is the fihn excellent also m the dialysis engine performance. Furthermore, it became clear 
that there are also few engine-performance differences with the thread (thread of the outermost 
engine performance) which has the value fiom which it separated most to the average and this 
average of all threads compared with the example 1 of a comparison. 
[0062] 

[Example 4] The same actuation as an example 3 was performed except having used the mixing 



solution which turns into internal liquid from 52 % of the weight of N,N-dimethylacetamide, and 
48 % of the weight of water. Each physical properties of the thread (thread of the outermost 
engine performance) which has the value from which it separated most to the average and this 
average of each physical properties when evaluating all the threads at this time are shown in a 
table 1. It became clear that this fihn has very few elution volumes from the fihn, and there is 
little adhesion of blood protein and a platelet. Moreover, there was little transmission of albumin, 
and since excelling also in the path clearance of beta 2-microglobulin was suggested, it turned 
out that it is the film excellent also in the dialysis engine performance. Furthermore, it became 
clear that there are also few engine-performance differences with the thread (thread of the 
outermost engine p^formance) which has the value from which it separated most to the average 
and this average of all threads compared with the example 1 of a comparison. 
[0063] 

[The example 1 of a comparison] The same actuation as an example 1 was performed except 
there being nothing gamma ray Teru putting. This result is shown in a table 2. It became clear 
that the absorbance of elution test liquid exceeds 0.04 for elution of PVP. The performance 
evaluation performed only the thread located in the core in an irradiation reactor. 
[0064] 

[The example 2 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N,N-dimethylacetamide into 77.0 % of the weight 5.0% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time 
was 27.8 % of the weight. The engine performance of this thread is shown in a table 2. Since the 
mixing ratio of the poljrvinyl pyrrolidone to the polysulfone in a film production undiluted 
solution is over 27 % of the weight, an elution volume and fihn internal-surface PVP 
concentration are increasing. The perfonnance evaluation performed only the thread located in 
the core in an irradiation reactor. 
[0065] 

[The example 3 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N,N-dimethylacetamide into 78.4 % of the weight 3.6% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time 
was 20.0 % of the weight. The engine performance of this thread is shown in a table 2. It became 
clear that tiie amount of PVP of a fihn internal surface is less than 30%. The perfonnance 
evaluation performed only the thread located in the core in an irradiation reactor. 
[0066] 

[The example 4 of a comparison] The same actuation as an example 3 was performed except 
having used the mixing solution which turns into internal liquid from 60 % of the weight of N,N- 
dimethylacetamide, and 40 % of the weight of water. The engine performance of this thread is 
shown in a table 2. This fihn was engine performance for which the permeability of albumin is 
over 0.3%, and the permeabiUty of PVP also exceeds 75%. The performance evaluation 
performed only the thread located in the core in an irradiation reactor. 
[0067] 

[The example 5 of a comparison] The same actuation as an example 1 was performed except 
having used the mixing solution which tums into internal liquid from 10 % of the weight of N,N- 
dimethylacetamide, and 90 % of the weight of water. The engine performance of this thread is 
shown in a table 2. The amount of water penefration of pure water was the engine performance 



which is less than 10mL(s)/(m2 and hr-mmHg). The performance evaluation performed only the 

thread located in the core in an irradiation reactor. 

[0068] 

[The example 6 of a comparison] The same actuation as an example 1 was performed except 
having made drying temperature into 170 degrees C. The engine performance of this thread is 
shown in a table 2. All PVP in the fihn of this fihn was insoluble in water. This fihn is used as 
the module of 2 the effective filti-ation area of 1 .5m, and it is [0044]. When it was alike and 
clinical blood assessment was carried out by the shown ^proach, the leuco PENIA symptom 
that a dialysis patient's white blood cell count fell temporarily was observed. The performance 
evaluation performed only the thread located in the core in an irradiation reactor. 
[0069] 

[The example 7 of a comparison] The same actuation as an example 1 was performed except not 
pouring water in piping made from the nonmetal installed in the surroundings of the tray in an 
irradiation reactor, and the tray lower part. Each physical properties of the thread (thread of the 
outermost engine performance) which has the value from which it separated most to the average 
and this average of each physical properties when evaluating all the ttireads at this time are 
shown in a table 3. Discharge was observed from the metal member of the tray between 
microwave exposures. In the thread which exists on the outskirts of a metal fixture of a tray with 
this discharge and heating, that whose amount of water penetration is 0 (zero) was seen, and it 
became clear that the thread of the poor engine performance is generated clearly. 
[0070] 
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[A table 2] 



[0072] 
[A table 3] 



[0073] 

[Effect of the Invention] According to the dryer of this invention, a hollow fiber can be dried, 
without producing the poor engine performance in some threads, when drying the humid film 
****(ed) in the shape of a thread to two or more bundle coincidence by microwave exposure. 
The manufactured hollow fiber has very few elution volumes fi-om the fihn, and since it has the 
outstanding dialysis engine performance with little adhesion of blood protein and a platelet, it 
can be used for a remedy application, a medical-application way, and a general industrial 
appUcation, 



TECHNICAL FIELD 



[Field of the Invention] This invention relates to the dryer of a hollow fiber. More, this invention 
is equipment for drying the humid film ****(ed) in the shape of a thread by microwave exposure 
at two or more bimdle coincidence, and relates to the dryer aiming at preventing the poor engine 
performance of some [ by the local temperature rise in an irradiation reactor ] threads, and drying 
all threads to homogeneity at a detail. 



PRIOR ART 



[Description of the Prior Art] The technique of using the fibn which has alternative permeability 
progresses splendidly in recent years, and utilization in extensive fields, such as a separation 
filter of a gas or a liquid, hemodialyzer in the medical field, a blood filter, and a constituent-of- 
blood selection separation filter, is progressing until now. As an ingredient of this film, 
polymers, such as cellulose types (a regenerated-cellulose system, a cellulose acetate system, 
chemistry denaturation cellulose type, etc.), a polyacrylonitrile system, a 
polymethyhnethacrylate system, a polysulfone system, a polyethylene vinyl alcohol system, and 
a polyamide system, have been used. Among these, since haemocompatibihty of a polysulfone 
system polymer improves by in addition to the thermal stability, acid-proof, and alkaU resistance 
adding a hydrophilization agent to a film production undiluted solution, and producing a film to 
it, it was observed as a semipermeable membrane raw material, and research has been advanced. 
[0003] On the other hand, in order to paste up the film and to produce a module, it is necessary to 
dry the film but, and if the porous membrane which consists of an organic macromolecule, the 
permeable membrane which consists of hydrophobic polymers, such as a polysulfone system, 
especially, and ultrafiltration membrane are dried after film production, it is known that tiie 
amount of water penetration will fall remarkably compared with desiccation before. Therefore, 
the fihn always needed to be dealt with in the damp or wet condition and the condition of having 
made water immersed. 

[0004] The approach taken firom the former as this cure was putting low volatility organic 
liquids, such as a glycerol, in the hole part in porous membrane after film production and before 
desiccation. However, since hyperviscosity [ a low volatility organic liquid ] generally, although 
washing clearance took time amount, module molding of the film was carried out and after 
washing was a minute amount, the problem was to see the effluent of the low volatility organic 
Uquid origin etc. in module mounting fluid (various derivatives which reacted chemically with 
the low volatility organic liquid, and were generated). 

[0005] Although the method of using the mineral salt of a calcium chloride etc. instead of a low 
volatility organic liquid is shown in JP,6-277470,A as an approach of drying without using a low 
volatihty organic liquid, there is no change in the need of carrying out washing clearance. 
Moreover, though it is a minute amount, it is apprehensive about the adverse effect which the 
mineral salt which remained has on a dialysis patient. 

[0006] Moreover, the manufacture approach of the hollow fiber which irradiates microwave is 
shown in JP,1 1-332980,A as the membranous desiccation approach, performing moist heat 
treatment by the steam to a hollow fiber. However, since steam treatment is carried out in order 
to prevent deformation of the fihn, though it is desiccation, there is a fault which lengthens the 
drying time, and fixrther, since it is the desiccation after making low volatility organic hquids, 
such as a glycerol, adhere, the object of reducing the effluent fi-om the film is not attained. 
[0007] The hydrophilization film containing the polyvinyl pyrrolidone which carried out 
desiccation processing to JP,8-52331,A and JP,8-96683, without using a low volatility organic 
liquid is indicated. Although the engine performance which separates a plasma component fi"om 
blood is indicated by these, since plasma protein penetrates, it turns out that it is not effective as 
permeable membrane. Moreover, since the polyvinyl pyrroUdone is dried at the temperature 
decomposed and denatured, in the object of reducing the effluent fi-om the film, it is the process 



which is not very desirable. 

[0008] Moreover, the hollow fiber to which blood made abundance of the polyvinyl pyrrolidone 
in the fihn internal surface which contacts directly about 20 - 50% is indicated by JP,6- 
296686,A. This shows the humid fihn for mainly lessening affixes, such as blood protein and a 
platelet. Therefore, although it is shown that aging of a filtrate rate cannot happen easily since 
blood protein cannot adhere easily, there is no publication about dialysis engine performance, 
like the permeability of albumin is low. 

[0009] this invention person proposed and did patent application of the approach of drying the 
humid film which has the specific engine performance, without sinking in low volatility organic 
liquids, such as a glycerol, and manufacturing the highly efficient blood purification fihn 
(application for patent No. 22246 [ 2001 to ]). However, when it was made the shape of a thread 
as a result of a subsequent examination and dried, it became clear by the core of a thread, and the 
film of the periphery section that some engine-performance difference arises. 
[0010] Then, this invention person proposed and did patent application of the approach of 
manufacturing the blood pmification film which has improved the engine-performance 
difference in a thread (an application for patent No. 309673 [ 2001 to ], an application for patent 
No. 309674 [ 2001 to ], application for patent No. 309675 [ 2001 to ]). However, in order to dry 
two or more threads simultaneously, when microwave irradiation equipment (irradiation reactor) 
was scaled up as a result of the further examination of this invention persons' after that, also by 
these approaches, the local temperature rise of a thread happmed and it became clear that some 
threads become poor [ the engine performance ]. 



EFFECT OF THE INVENTION 



[Effect of the Invention] According to the dryer of this invention, a hollow fiber can be dried, 
without producing the poor engine performance in some threads, when drying the humid fihn 
****(ed) in the shape of a thread to two or more bundle coincidence by microwave exposure. 
The manufactured hollow fiber has very few elution volumes fi-om the fihn, and since it has the 
outstanding dialysis engine performance with little adhesion of blood protein and a platelet, it 
can be used for a remedy application, a medical-application way, and a general industrial 
application. 



TECHNICAL PROBLEM 



[Problem(s) to be Solved by the Invention] The technical problem of this invention is the dryer 
of the hollow fiber for drying the hiunid film ****(ed) in the shape of a thread to two or more 
coincidence by microwave exposure, and is to offer the dryer aiming at preventing the poor 
engine performance of some [ by the local temperature rise in an irradiation reactor ] threads, and 
drying all threads to homogeneity. 



MEANS 



[Means for Solving the Problem] There was no desiccation film for blood purification which has 
the dialysis engine performance dried without using the pit hold-back agent leading to the 
effluent fi-om a module like the above to this invention person's etc. apphcation invention 
(appUcation for patent No. 22246 [ 2001 to ]). When the cause was dried without using a pit 
hold-back agent, the damp or wet condition was becoming the film of completely different low 
engine performance. Then, tiiis invention person etc. produces beforehand the humid film which 
has the specific engine performance which is a diameter of an osculum in the amount of high 
water penetration rather than the target engine performance by appUcation in the first half There 
is nothing to the former of manufacturing the fihn which is made dried and contracting this and 
has the dialysis engine performance of a target. As a result of advancing research wholeheartedly 
based on the way of thinking that nobody thought of, there were very few effluents and the 
approach of obtaining the film which has the dialysis engine performance adhesion of blood 
protein and a platelet excelled [ engine performance ] in little pennselectivity was offered, 
[0013] Then, when research was advanced fiirther, this invention persons discovered that 
dispersion arose in the amount of water penetration, or penetrable ability by the core of a thread, 
and the fihn of the periphery section, when manufacturing the blood purification fihn by the 
approach of an application for patent No. 22246 [ 2001 to ], and the himiid fihn was made into 
the shape of a thread and it dried. Then, in order to abolish dispersion, as a result of inquiring 
wholeheartedly, with devising a desiccation process, it found out that dispersion was suppressed 
and it newly carried out patent application (an application for patent No. 309673 [ 2001 to ], an 
application for patent No. 309674 [ 2001 to ], application for patent No. 309675 [ 2001 to ]). 
[0014] However, in order to dry two or more threads simultaneously, as a result of scaling up 
microwave irradiation equipment as a result of a subsequent examination, the thread which 
becomes poor [ the engine performance ] was generated. Although a cause is not clear, when the 
metal member which constitutes the tray used since a thread is fixed by the scale-up heats and 
discharges, it is guessed that some threads in an irradiation reactor carry out a temperature rise 
quickly, and it becomes poor [ the engine performance ]. It is difficult to produce only with 
plastics, without using a metal, since a tray is used also for receipts and payments of the thread 
into an irradiation reactor in order for a mechanical strength to fall. Then, in order to prevent 
heating and discharge of a metal member, as a result of inquiring wholeheartedly, it resuhs in 
header this invention that some local temperature rises of a thread can be suppressed by passing 
the fluid (hquid) firom which microwave [ surplus / except being used for the oscillation (heating 
of a water molecule) of the water molecule in a thread ] is removed efficiently in an irradiation 
reactor especially on the outskirts of a metal member or the outskirts of it. 
[0015] This invention is equipment for drying the humid fihn ****(ed) in the shape of (1) thread, 
hi a container Namely, a microwave exposure means. The dryer of the hollow fiber characterized 
by having a means to fix, and to carry in and take out the humid film ****(ed) in the shape of a 
thread, and a means to pass in a container the liquid whose dielectric loss multiphers are 1-50, 
(2) Equipment of the above-mentioned (1) publication characterized by having piping for passing 
the liquid whose dielectric loss multiphers are 1-50 around the metal part in a container, or a 
metal part, (3) The above (1) characterized by two or more means to irradiate microwave 
existing, or a manufacturing installation given in (2), (4) The means used in order to fix and take 
the manufacturing installation given in either of - (3) and (1) (5) thread which are characterized 



by having a means to ventilate to a thread in and out is fixed. A manufacturing installation given 
in either of (1) - (4) characterized by having the means furthermore rotated, (6) A manufacturing 
installation given in either of (1) - (5) charactaized by having the function in which a container 
intercepts microwave, (7) A manufacturing installation given in either of (1) - (6) characterized 
by having the function which a container keeps the temperature of the gas in a container 
constant, (8) A manufacturing installation given in either of (1) - (7) characterized by having the 
function in which a container circulates through the gas in a container, (9) It is related with 
equipment a manufacturing installation given in either of - (8), and given in either of above- 
mentioned (1) - (9) whose (1) (10) hollow fiber to which a container is characterized by having 
the function to replace the gas in a container with an external gas is hollow filament-Uke blood 
purification film. 
[0016] 

[Embodiment of the Invention] Although this invention is not necessarily restricted to the dryer 
of the hollow filament-like blood purification film, below, it explains the dryer of the hollow 
filament-like blood purification fihn (only henceforth the "fihn" or the "hollow filament-like 
film") of this invention. Although it is desirable that a pit hold-back agent is not included as for 
the hollow filament-like blood purification film manufactured using the dryer of this invention, it 
is not necessarily restricted to it. 

[0017] Below, the manufacture approach of the hollow filament-like blood purification film 
dried using the dryer of this invention is explained first. The manufacture approach of the hollow 
filament-like blood purification fihn of this invention manufactures the humid film of a big 
aperture beforehand in the amount of high water penetration, and has the description to make it 
dry without carrying out impregnation of the pit hold-back agent after desolventization. 
[0018] Usually, it is classified into the inorganic substance with which the pit hold-back agent 
used in case the hollow filament-like blood purification fihn is manufactured is anxious about the 
toxicity to the organic substance and the body which have viscosity. Since the pit hold-back 
agent which consists of the organic substance which has viscosity has high viscosity and it is 
difficult to carry out washing clearance thoroughly, it can change with the cause which remains 
in the fihn, is made to increase the elution volume fi*om the fihn, reacts chemically with the pit 
hold-back agent which remained further, and produces deleterious material. On the other hand, 
since it remains in a minute amount also in the pit hold-back agent which consists of an 
inorganic substance, it is apprehensive about the adverse effect which it has on a dialysis patient. 
[0019] The pit hold-back agent as used in the field of this invention is matter put in the hole part 
in the fihn in the manufacture process before drying in ordo- to prevent the degradation at the 
time of desiccation. It is possible by immersing the humid film in the solution containing a pit 
hold-back agent to put this hold-back agent in the hole part in the fihn. If even washing and 
clearance carry out a pit hold-back agent also even for after desiccation, it is possible to hold 
engine performance, such as the amount of water penetration equivalent to the humid film and 
rejection, according to the effectiveness of a pit hold-back agent. 

[0020] As a pit hold-back agent, the mineral salt of organic compounds, such as ethylene glycol, 
propylene glycol, a trimethylene glycol, 1, 2-butylene glycol, 1, 3-butylene glycol, and a sucrose 
fatty acid ester, and a calciimi chloride, a sodium carbonate, sodium acetate, magnesium sulfate, 
a sodium sulfate, a zinc chloride, etc. can be mentioned. 

[0021] Moreover, in this invention, the amounts of water penetiation are lOOmL(s) / (m2 and hr- 
mmHg) above in the amount of high water penetration, and the hiuiiid film of a big aperture 
means the humid film which the transmission of tiie polyvinyl pyrroUdone of weight average 



molecular weight 40,000 exceeds 75%, and has the engine perfomance whose transmission of 
the albumin in a cow plasma system is 0.3% or more. 

[0022] The permeability of cow plasma albumin can be measured by the following approaches. 
First, 100 hollow filament-like fihn with a die length of 20cm is bundled, and a small module is 
produced. The heparinize cow plasma (heparin 5000 lU/I, protein concentration 6.0 g/dL 
(deciUter)) warmed to this module at 37 degrees C is passed with the linear velocity of 
l.Ocm/second to a fihn internal-surface side, a module enters, and an ultrafiltration is performed 
for 30 minutes in mean-pressure SOramHg of ** and ****. It computes permeability by 
measuring measurement of the concentration of the obtmned filtrate and former Uquid on the 
wavelength of 280nm with an ultraviolet spectroscopy photometCT, and substituting it for the 
following formula (1). 

Pertneabihty (%) =(absorbance of filtrate) xl00/(absorbance of former hquid) (1) 
[0023] The transmission of a polyvinyl pyrrolidone is called for by performing the same 
actuation as measurement of the transmission of cow plasma albumin except having used the 
water solution to filter as the phosphoric-acid buffer (0.15-mol [ // 1. ], pH7.4) water solution of 
3% of the weight of a polyvinyl pyrrolidone (BASF A.G. make K30, weight average molecular 
weight 40,000), and the module having entered and having set the mean pressure of** and **** 
to 200mmHg(s). 

[0024] After the humid film of a big aperture making a polysulfone system polymer (only 
henceforth a "polymer"), a polyvinyl pyrrolidone, and the film production undiluted solution that 
consists of a solvent breathe out fi-om a double annular nozzle with internal liquid in the amount 
of high water penetration and passing an air gap, in the manufacture approach made to soUdify 
by the coagulation bath, it can manufacture by using the water solution of the solvent of a 
polymer for internal liquid. 

[0025] Although internal liquid makes a membranous centrum and a membranous internal 
surface form, it turns out that the aperture of an internal surface becomes large in proportion to 
the solvent concenti-ation in internal liquid. In this invention, since the permeable membrane of 
the engine performance of a target is obtained by carrying out drying shrinkage of the humid 
film, compared with the time of manufacturing the humid film which has the target solvent 
concentration in internal Uquid dialysis-engine performance, it is necessary to make it high 
concentration. 

[0026] What has the repeat unit shown by the following formula (2) or the formula (3) as a 
polysulfone system polymer used by this invention is mentioned. In addition, Ar in a formula 
shows the phenyl group of two permutations in the para position, and Umits neither about 
polymerization degree nor especially molecular weight. 
-0-Ar-C(CH3)2-Ar-0-Ar-S02-Ar- (2) 
-0-Ar-S02-Ar- (3) 

[0027] Since the hydrophihzation effectiveness to tiie fihn is as high as the thing of the amount 
of macromolecules and little and as sufficient effectiveness as the thing of the amount of 
macromolecules can demonstrate a polyvinyl pyrrolidone, in this invention, a with a weight 
average molecular weight of 900,000 or more polyvinyl pyrrolidone is used. Although it is 
necessary to make the polyvinyl pyrrolidone of a large quantity remain in tiie film in order to 
give the hydrophihzation effectiveness to the film using the polyvinyl pyrrolidone which has 
weight average molecular weight smaller than 900,000 for this reason, the effluent fi-om the film 
will increase. Moreover, in order to lower an effluent to reverse, when ullage in the inside of the 
film of the polyvinyl pyrroUdone of weight average molecular weight smaller than 900,000 was 



lessened, the hydrophilization effectiveness becomes imperfection and hemodialysis is 
performed as a result, lowering of filtration velocity with time is caused and sufficient 
effectiveness cannot be demonstrated. 

[0028] Moreover, both the solvents used for tihe dissolution of a polysulfone system polymer and 
a polyvinyl pyrrolidone dissolve both these, and are a N-methyl-2-pyrrolidone, N.N- 
dimethylformamide, N,N-dimethylacetamide, etc. 

[0029] Especially if the polymer concentration in a film production undiluted solution is the 
range of concentration where the film which could produce the fihn and was obtained has the 
engine performance as fihn, it will not be restricted, but it is 10 - 30 % of the weight preferably 
five to 35% of the weight. In order to attain permeable high ability, the lower one of polymer 
concenti-ation is good, and its 10 - 25 % of the weight is desirable. 

[0030] A still more important thing is the addition of a polyvinyl pyrrohdone, and the mixing 
ratio of the polyvinyl pyrrohdone to a polymer is 20 - 27 % of the weight still more preferably 
ten to 27% of the weight preferably 27 or less % of the weight. It is difficult to be in the 
inclination whose elution volume increases, when the mixing ratio of the polyvinyl pyrrolidone 
to a polymer exceeds 27 % of the weight, and to obtain the fihn of sponge structure, since the 
viscosity of a fihn production undiluted solution is low at less than 10 % of the weight. 
Moreover, what is necessary is it to be also possible for to add the 4th component, such as water 
and a poor solvent, in order to control undiluted solution viscosity and a dissolution condition, 
and for combination just to perform the class and an addition at any time. 
[0031] Water is desirable although the liquid which does not dissolve polymers, such as aliphatic 
hydrocarbon, such as alcohols; ether;n-hexanes, such as a water; methanol and ethanol, and n- 
heptane, for example is used as a coagulation bath. Moreover, it is also possible to control a 
coagulation rate by adding a little the solvent which dissolves a polymer in a coagulation bath. - 
30-90 degrees C of 0-90 degrees C of temperature of a coagulation bath are 0-80 degrees C still 
more preferably preferably. The temperature of a coagulation bath exceeds 90 degrees C, or the 
surface state of the hollow filament-like fihn in a coagulation bath cannot be easily stabilized as 
it is less than -30 degrees C. 

[0032] Desiccation after desolventization washing is performed to the thread which is fiiUy 
carrying out humidity with the gestalt (it is only henceforth called a "thread") of the thread which 
bundled several hollow filament-like many film by carrying out a microwave exposure. 
However, since it is suitable for drying the thread of low water content to homogeneity more, in 
order to prevent deformation and melting of the fihn by fault heating, when the average water 
content of a thread becomes 50 - 70% more preferably 20 to 70%, it is desirable [ a microwave 
exposure ] to reduce the output of a microwave exposiu-e. 

[0033] Furthermore, it is desirable that the difference of the water content of the film in the core 
and the periphery section of this thread in the event of the average water content of a thread 
becoming 50 - 70% preferably 20 to 70% is less than 5% in order to suppress dispersion in the 
engine performance. It is possible at the time of desiccation to make the difference of the water 
content of the fihn in the core and the periphery section of a thread less than 5% by ventilating in 
a thread. Here, the core of a thread means one sixth of the range of a diameter fi-om the central 
point in the circle configuration cross section of a liiread. Moreover, the periphery section of a 
thread means one sixth of the range of a diameter from a periphery in the circle configuration 
cross section of a thread. 

[0034] Moreover, since it is the same, it is desirable also about the thread at the tune of 
desiccation initiation that the difference of the water content of the film in the core and the 



periphery section of a thread is less than 10%. If iJie thread after desolventization is left, since a 
difference will arise in the water content of the core of a thread, and the periphery section, it is 
possible by immersing a thread underwater again, just before going into a desiccation process to 
make the difference of the water content of a thread core and the periphery section less than 
10%. 

[0035] Here, water content means what is calculated by count by (4) types fi-om the weight (A 
(g)) of the thread before desiccation (or fihn), and the weight (B (g)) of a desiccation thread (or 
fihn). 

Water content (%) =(A-B)xl00/B (4) 

Furthermore, in order to abolish the difference of the rate of drying of the core of a thread, and 
the periphery section, it is desirable to ventilate in a thread the dehumidification gas of the 
temperature which does not exceed 40 degrees C. It means passing a wind between hollow 
filament-like film as ventilating in a thread. In this invention, ventilating a with a 40-degree-C or 
more temperature [ temperature 120 degrees C or less ] dehumidification gas in a thread means 
performing stoving to a thread at the same time it ventilates in a thread. 
[0036] In this invention, the microwave exposure to a thread is performed to two or more bundle 
coincidence in the sealed irradiation reactor (inside of a container). A thread is made to fix on the 
tray which consists of a metal member and a nonmetal (for example, plastics). Although the 
oscillation (heating of a water molecule) of the water molecule in a thread is made to consume 
microwave, excessive microwave causes heating and discharge of a metal member by one side. 
This heating and discharge cause the local temperature rise of a thread, and causes some poor 
engine performance of a thread. In order to lose the poor engine performance, in this invention, it 
made it possible to remove excessive microwave by passing in piping which installed the liquid 
with the high absorptive power of microwave in the irradiation reactor. 
[0037] As for the absorptive power of microwave, it is desirable to pour a liquid with a big 
dielectric loss multiplier, since it is proportional to the magnitude of a dielectric loss multiplier, 
and it is desirable that it is the hquid whose values of a dielectric loss multiplier are 1-50. The 
hquid with which a dielectric loss multiplier exceeds 50 preferably [ since the absorptive power 
of microwave is low at less than one ] is water of a supocooling condition etc., and is not 
practical. 

[0038] The dielectric loss multiplier in this invention means the product of the specific inductive 
capacity of the matter, and the value of a dielectric dissipation factor measured on the fi-equency 
of 2,450MHz (mega hertz). A dielectric loss multiplier as a liquid of 1-50 Alcohols; ethylene 
glycol, such as water; methyl alcohol and ethyl alcohol. Propylene glycol, a trimethylene glycol, 
1, 2-butylene glycol, 1, 3-butylene glycol, 2-butine -1, 4-diol, the 2-methyl -2, 4-PENTA diol, 2- 
ethyl -1, 3-hexandiol, a glycerol, tetraethylene glycol. Water is the most desirable although the 
glycol system or glycerol system compound of a polyethylene glycol 200, a polyethylene glycol 
300, and polyethylene-glycol 400 grade can be mentioned. 

[0039] In this invention, a waveguide means the source of an exposure of microwave. As for a 
waveguide, it is desirable to use more than one in proportion to tiie number of threads. Moreover, 
although the high tiling of tiie output of microwave is desirable, an optimum value changes with 
the amoimts and water content of the film to dry. 

[0040] Since a part of PVP in the fihn can be insolubilized in water by irradiating radiations, 
such as an electron ray and a gamma ray, at the film after desiccation, it is possible to reduce the 
elution volume from tiie film more. Whichever after a modularization of the exposure of a 
radiation is sufiScient as a modularization firont stirrup. Moreover, if all PVP in the film is 



insolubilized, while an elution volume can be reduced, it is not desirable from a leuco PENIA 
symptom being observed at the time of dialysis. 

[0041] With PVP unnecessary in the water as used in the field of this invention, the meltable 
amount of PVP is deducted from the total amount of PVP in the fihn in water. The total amount 
of PVP in the film is easily computable with the elemental analysis of nitrogen and sulfiir. 
Moreover, the amount of PVP meltable in water can be calculated by the following approaches. 
After dissolving the film thoroughly by the N-methyl-2-pyrrohdone, water is added in the 
obtained polymer solution and a polysulfone system polymer is settled thoroughly. After putting 
this polymer solution firrthermore, the quantum of meltable PVP can be carried out to water by 
carrying out the quantimi of the amount of PVP in a supernatant witii Uquid chromatography. 
[0042] Especially the dryer of this invention is equipment suitable for drying the humid film 
which does not contain the pit hold-back agent ****(ed) in the shape of a thread to two or more 
coincidence, and the film obtained using this equipment It is the desiccation fihn which does not 
contain a pit hold-back agent. The permeabiUty of the polyvinyl pyrrolidone of 10-l,000mL/(m2 
and hr-mmHg) and weight avCTage molecular weight 40,000 at 75% or less [ the amount of water 
penetration of pure water ] And the transmission of the albumin in a cow plasma system is less 
than 0.3%, and it is the hollow filament-like blood purification fihn characterized by the 
variation in each engine performance being still smaller. 

[0043] Although the beta 2-microglobulin (molecular weight: 1 1,800) made into the causative 
agent for the improvement of dialysis amyloid condition of disease is made to fiiUy penetrate in 
the latest hemodialysis therapy, the fihn which has the fractionation nature which does not make 
most albumin (molecular weight: 67,000) penefrate is called for, and the penneabihty of albumin 
[ in / in the film of this invention / a cow plasma system ] is 0.3% or less. Since it means losing 
greatly albumin effective in the inside of the body, it is not desirable as hemodialysis film that 
the transmission of albumin exceeds 0.3%. 

[0044] Moreover, the linear correlation which the amount of water penetration of pure water 
shows in the following formula (5) at the transmission (A (%)) of a polyvinyl pyrrohdone and 
the path clearance (B (a part for mL/)) of beta 2-micro^obuliti in the fihn of 10mL(s) / (m2 and 
hr-mmHg) more tiian exists. Althougih it is required for path clearance assessment to fabricate 
and process the module of the dialysis specification which has the effective fihn surface product 
of 2 1 .5m, with this assessment approach, it is measurable in simple, and it is possible to guess 
path clearance easily. 
B(part for mU) =0.636A+29.99 (5) 

Here, in accordance with the performance-evaluation criteria of Japanese Society for Artificial 
Organs, dialysis measurement of the path clearance of beta 2-microglobulin is carried out at the 
module of the effective fihn surface product of 2 under a part (film internal-surface side) for 
blood flow rate 200mL/, and the conditions for dialysing fluid flow rate 500mL/(film outside- 
surface side) 1 .5m. Although, as for the path clearance of beta 2-microglobulin, various things 
are demanded according to a dialysis patient's physical strength, or the percentage of completion 
of condition of disease and condition of disease, if the transmission of a polyvinyl pyrrohdone 
exceeds 75%, since the transmission of albumin will exceed 0.3%, the transmission of a 
polyvinyl pyrrolidone needs to be 75% or less. 

[0045] Moreover, since the pit hold-back agent is not being used for the film made by this 
invention by the production process, the effluent of the pit hold-back agent origin does not exist. 
Therefore, tiie absorbance of the effluent test fluid of the fihn of this invention is less than 0.04, 
and does not contain a pit hold-back agent in tiiis test fluid. With effluent test fluid, it adjusts 



here based on hemodialysis apparatus acknowledgement criteria, and after putting 1.5g of 
desiccation hollow filament-like film cut to 2cm, and distiUed-water-for-injection 150mL into 
the glassware which suits the alkali dissolution test of the glassware trial for injection of a 
Japanese pharmacopoeia, warming at 70**5 degrees C for 1 hour and removing the film after 
cooling, what added distilled water and was set to 150mL(s) is meant. An absorbance is 
measured with an ultraviolet absorption spectrum on the wavelength which shows the maximum 
absorption wavelength in 220-350nm. Although making an absorbance or less into 0.1 is defined 
on hemodialysis apparatus acknowledgement criteria, since the fihn of this invention does not 
hold a pit hold-back agent, it can attain less than 0.04. Moreover, about the existence of a pit 
hold-back agent, it is detectable by measuring the thing which condensed or removed [ moisture 
] this test fluid by well-known approaches, such as a gas chromatography, liquid 
chromatography, differential refractive media, an ultraviolet spectroscopy photometer, an 
infrared absorptiometry, nuclear-magnetic-resonance spectroscopy, and elemental analysis. 
Moreover, it is detectable also about whether a pit hold-back agent is included in the fihn with 
these measuring methods. 

[0046] The fihn made by this invention consists of a polysulfone system polymer and a 
polyvinyl pyrroHdone, and the concentration of the polyvinyl pyrroUdone in a fihn internal 
surface is 30 - 45 % of the weight. By the polysulfone system fihn which is the hydrophilic 
property of the fihn internal surface which blood touches, and contains a polyvinyl pyrrolidone 
(only henceforth "PVP"), the PVP concentration of a fihn internal surface is important for a 
factor important for membranous haemocompatibility. When the PVP concenti-ation of a film 
internal surface is too low, a fihn internal surface shows hydrophobicity, plasma protein tends to 
adsorb, and the coagulation of blood also tends to take place. That is, it becomes membranous 
poor haemocompatibiUty. Conversely, if the PVP concentration of a fihn internal surface is too 
high, the elution volume to the blood system of PVP will increase, and the result which is not 
desirable will be given for the object and application of this invention. Therefore, the 
concentration of PVP of the fihn internal surface in this invention is 30 - 40% of range, and is 33 
- 40% preferably. 

[0047] The PVP concentration of a fihn internal surface is determined by the X ray photon 
spectiiim (X-ray Photoelecti-on spectt-oscopy, henceforth, XPS). That is, after measurement of 
XPS of a film internal surface arranges a sample in on a double-sided tape, a cutter cuts it open 
to fiber shaft orientations, and after extending so that the membranous inside may become a 
table, it is measured by the usual approach. That is, Cls and 01s, the concentration for which it 
asked using the relative sensitivity coefficient of equipment attachment from the surface 
concentration (nitrogen atom concentration) of nitrogen and sulphuric surface concentration 
(sulfijr atom concentration) is said from the integrated intensity of Nls and an S2p spectinmi, and 
when a polysulfone system polymer is the structure of (2) types, it can ask by count by (6) types. 
PVP concenfration (% of the weight) =ClMlxl00/(ClMH-C2M2) (6) 
It is here and is Cl:nitrogen atom concentration (%). 
C2: Sulfiir atom concentration (%) 

Ml </SUB> :P Molecular wei^t of the repeat unit of VP (1 1 1) 

M2: Molecular weight of the repeat unit of a polysulfone system polymer (442) 

[0048] Next, an example of the dryer of this invention is explained with reference to a drawing. 
The dryer shown in drawing 1 consists of a revolution means (6) which fixes a container (1), a 
microwave exposvire means (2), a means (3) to fix, and to carry in and take out a thread, a tiiread 
ventilation means (4), a means (5) to pass the liquid whose dielectric loss multipHers are 1-50, 



and a means (3) to fix, and to carry in and take out a thread, and is rotated. 
[0049] The thread (7) fixed to the means (3) used in order to fix and to carry in and take out a 
thread is dried by the microwave irradiated fmrn the microwave exposure means (2) within the 
container (1). A dehumidification gas is passed by the thread with a ventilation means (4) during 
a microwave exposure. Since a means (5) to pass the Hquid whose dielectric loss multipliers are 
1-50 is furthermore established in the container, as a result of absorbing surplus microwave and 
preventing a local temperature rise, all threads can be dried to homogeneity. 
[0050] A container (1) has further the function which intercepts (a) microwave, the temperature 
control means which keeps the temperature in the (b) container constant, a means to circulate 
through Ihe gas in the (c) container, and a means to permute the gas in the (d) container by the 
external gas. The fimction which intercepts microwave not only uses microwave for desiccation 
of a thread effectively, but is the insurance top need for an operator. Moreover, in order to 
abolish the engine-performance difference between desiccation batches, it is required to keep the 
temperature in a container constant. Furthermore, it is possible by replacing the gas in a 
container with circulation and the exterior to improve drying efficiency. 
[0051] Although it is not used since microwave is irradiated at a thread (7), and a configuration 
and especially magnitude are not limited, in order to dry two or more threads uniformly, as for a 
microwave exposure means (2), it is desirable to install more than one in a container. The means 
(3) used in order to fix and to carry in and take out a thread is used in order to fix the location of 
the thread within a container and to dry efficiently. Furthermore, immobilization and carrying-in 
/ taking-out means (3) can be removed from a dryer, in order to make immobilization and 
ejection of a thread easy. A thread ventilation means (4) is used in order to ventilate a gas in a 
thread. 

[0052] Although what kind of thing is sufficient as it as long as a means (5) to pass the liquid 
whose dielectric loss multipliers are 1-50 is a means by which a Uquid can be poured, it is 
desirable that it is piping made from a nonmetal which makes the interior pass the liquid whose 
dielectric loss multipliers are 1-50. As for piping for liquid passage, it is desirable that it prepares 
metal members, such as a metal fixture, on the metal member in an irradiation reactor or the 
outskirts of it since excessive microwave tends to heat and discharge. The means (6) which fixes 
a means (3) to fix, and to cany in and take out a thread, and is rotated further is used in order to 
make the microwave exposure to a thread more equal. The revolution is horizontal. 



EXAMPLE 



[Example] Although the example of this invention is shown below, this invention is not limited 
to this. 

(Measurement of the amount of platelet adhesion) The following operating procedure performed 
measurement of the amount of platelet adhesion to the film. Bimdle ten hollow filament-like fihn 
with a die length of 15cm, produce a small module, and this module is made to pass heparinize 
Homo sapiens fi^h blood for 15 minutes witii the linear velocity of l.Ocm/second, and the 
physiological saline was continuously passed for 1 minute. Next, it computed as LDH activity of 
per a film surface product (internal-surface conversion) by carrying out the quantum of the 
lactate dehydrogenase (henceforth "LDH") emitted from the platelet which carried out beating of 
the hollow filament-like film to 5mm spacing extent, carried out ultrasonic irradiation in the 



physiological saline which contains the polyethylene-glycol alkylphenyl ether (Wako Pure Chem 
trade name triton X-100) 0.5%, and adhered to the film fi-ont face. Measurement of enzyme 
activity used the LDH mono-test kit (Boehringer Mannheim and made in Yamanouchi). In 
addition, it compared with a specimen and coincidence using the film (what was obtained by 
being immersed in ethanol for one day after the film of the example 1 in front of gamma 
irradiation was immersed in the sodium hypochlorite with an available chlorine concentration of 
1,500 ppm for two days) which does not contiun PVP as positive control. 
[0054] (Plasma protein amount of adsorption) Except having carried out ultrafiltration time 
amount in 240 minutes, after the plasma protein amount of adsorption to the fihn performed the 
same actuation as the transmissometry of albumin, the physiological saline washed it for 1 
minute. Next, it computed as the protein amount of adsorption per film weight by carrying out 
beating of the hollow filament-like fihn to 5mm spacing extent, and carrying out the quantum of 
the plasma protein stirred and extracted in the physiological saline which contains lauryl acid 
sodimn 1.0%. Protein concentration used BCA protein assay (made in Pierce). Li addition, it 
compared with a specimen and coincidence using the film (what was obtained by being 
immersed in ethanol for one day after the film of the example 1 in fix)nt of gamma irradiation 
was immersed in the soditim hypochlorite with an available chlorine concentration of 1,500 ppm 
for two days) which does not contain PVP as positive control. 
[0055] 

[Example 1] (Film production and clearance of a residual solvent) It dissolved in 77.7 % of the 
weight of N,N-dimethylacetamide, and 18.0 % of the weight (product P-1700 made from Amoco 
Engineering Polymers) of polysulfones and 4.3 % of the weight (BASF A.G. make K90, weight 
average molecular weight 1,200,000) of polyvinyl pyrrolidones were used as the uniform 
solution. Here, the mixing ratio of the polyvinyl pyrrohdone to the polysulfone in a film 
production undiluted solution was 23.9 % of the weight. This film production undiluted solution 
was kept at 60 degrees C, and it was immersed to the coagulation bath which is made to breathe 
out from a spinning port (double annular nozzle 0.1mm - 0.2 mm to 0.3 mm), is made to pass a 
0.96m air gap, and consists of 75-degree C water with the internal Uquid which consists of a 
mixed solution of 30 % of the weight of N,N-dimethylacetamide, and 70 % of the weight of 
water. At this time, from a spinning port to the coagulation bath was surrounded by the cylinder- 
like cylinder, the humidity rti a cylinder was controlled and temperature was controlled for the 
nitrogen gas which contained the steam in the cylinder at 51 degrees C 54.5% with the sink. 
Spinning speed was fixed to a part for 80m/. Here, the ratio of the air gap to spinning speed was 
0.012ni/(a part for m/). The residual solvent in the fihn was removed after cutting the rolled- 
round thread by washing a 80-degree C hot water shower over 2 hours from the cutting plane 
upper part of a thread (die length of 30cm, 9400 film numbers). 
[0056] The equipment shown in drawing 1 is used. (Desiccation of the himiid film and 
insolubilization processing of PVP) The thread after the above-mentioned residual solvent 
clearance (the water content of the film of a thread core 300% 300%) [ water content ] The 
difference of the water content of the film [ in / in the water content of the film of the thread 
periphery section / the core and the periphery section of a thread ] has arranged each uniformly 
by regular intervals 300% by setting a thread to a tray for 90 bundles 0% in a microwave 
irradiation reactor (3m [/second ] wind speed in an irradiation reactor). It fixed with the fixture 
so that the cutting plane of a thread might surely become a top or the bottom at this time. 
Furthermore, six waveguides were uniformly fixed by regular intervals, respectively so that 
microwave might be irradiated by each thread in an irradiation reactor at homogeneity. 



[0057] The microwave exposure was carried out for 18 minutes with the microwave output of 
30kW (kilowatt) to this thread. The water content of the thread located in the core in an 
irradiation reactor at this event was 42% (for the water content of the jBhn of a thread core, the 
water content of the fibn of 44% and the thread periphery section is 40%), Water content 
obtained less than 1% of desiccation film (thread) by reducing only the output of microwave to 
21kW succeedingly, and carrying out a microwave exposure for 8 more minutes. 
[0058] Moreover, the following actuation was performed between the time of desiccation 
initiation, and the time of desiccation termination. 

(1) Water was poured in piping made fi-om a nonmetal installed in the sxuroundings of the tray in 
an irradiation reactor. 

(2) It was made to rotate at the rate of 4 revolutions of a tray in 1 minute. 

(3) The temperature in an irradiation reactor was held at 70**2 degrees C. 

(4) Dehumidification air (10% or less of humidity) was ventilated fi:om the lower part of each 
thread from the lower part of a thread to the upper part at the 4m [/second ] wind speed. At this 
time, the 0.4m [/second ] wind speed was measured by the thread average from the upper part of 
a thread at the time of desiccation initiation. Furthermore, a part of PVP in the film was 
insolubilized by irradiating the gamma ray of 2.5Mrad(s) at the obtained desiccation film 
(thread). 

[0059] (Performance-evaluation result) Each physical properties of the thread (thread of the 
outermost engine performance) which has the value from which it separated most to the average 
and this average of each physical properties when evaluating all threads are shown in a table 1. 
When the thread (film) equivalent to an average value was used as the module of 2 the effective 
filtration area of 1 .5m and path clearance of beta 2-microglobulin was surveyed, it turned out 
that it is by part for 32mL/, and it became clear that it is equivalent to a part for path clearance 
32.5mL/computed by having substituted it for the formula (5). Furthermore, when this module 
performed transit measurement of a urea and vitamin B 12, the path clearance and the 
permeability of a urea were part 83% for 185mL(s)/, respectively. Moreover, about vitamin B 12, 
it was part 48% for 95niL(s)/similarly. Measurement is [0044]. It carried out by the same 
approach. Moreover, 62% of the total amount of PVP in the fihn was insoluble in water. As a 
result of carrying out a membranous eluting material test, the absorbance of effluent test fluid 
was 0.04 or less. Moreover, since the pit hold-back agent was not used, in effluent test fluid, the 
pit hold-back agent was contained and was not. Furthermore, as for this film, compared with the 
positive control film, the amount of platelet adhesion became low (positive control fihn 43 
Unit/m2) clear [ that the amount of adhesion of plasma protein is also low ] (positive confrol film 
63 mg/g). It became clear that this film has very few elution volumes from the film, and there is 
little adhesion of blood protein and a platelet from the engine performance mentioned above. 
Moreover, since the transmission of albumin was excellent also in the path clearance of beta 2- 
microglobulin few, it turned out that it is the film excellent also in the dialysis engine 
performance. Furthermore, it became clear that there are also few engine-performance 
differences with the thread (thread of the outermost engine performance) which has the value 
from which it separated most to the average and this average of all threads compared with the 
example 1 of a comparison. 
[0060] 

[Example 2] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrroUdone in a film production imdiluted solution, and having made N,N- 
dimethylacetamide into 78 % of the weight 4% of the weight. The mixing ratio of the polyvinyl 



pyrrolidone to the polysulfone in the fihn production undiluted solution at this time was 22.2 % 
of the weight. Each physical properties of the thread (thread of the outermost engine 
performance) which has the value from which it separated most to the average and this average 
of each physical properties when evaluating all the threads at this time are shown in a table 1. It 
became clear that this film has very few elution volumes from the film, and there is little 
adhesion of blood protein and a platelet. Moreover, there was little transmission of albumin, and 
since excelling also in the path clearance of beta 2-microglobulin was suggested, it turned out 
that it is the film excellent also in the dialysis engine performance. Furthermore, it became clear 
that there are also few engine-performance differences with the thread (thread of the outermost 
engine performance) which has the value from which it separated most to the average and this 
average of all threads compared with the example 1 of a comparison. 
[0061] 

[Example 3] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrroUdone in a fihn production undiluted solution, and having made N,N- 
dimethylacetamide into 77.2 % of the weight 4.8% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time 
was 26.7 % of the weight. Each physical properties of the thread (thread of the outermost engine 
performance) which has the value from which it separated most to the average and this average 
of each physical properties when evaluating all the threads at this time are shown in a table 1 . It 
became clear that this fihn has very few elution volimies from the film, and there is little 
adhesion of blood protein and a platelet. Moreover, there was little transmission of albumin, and 
since excelling also in the path clearance of beta 2-microglobulin was suggested, it turned out 
that it is the film excellent also in the dialysis engine performance. Furthermore, it became clear 
that there are also few engine-performance differences with the thread (thread of the outermost 
engine performance) which has the value from which it separated most to the average and this 
average of all threads compared with the example 1 of a comparison. 
[0062] 

[Example 4] The same actuation as an example 3 was performed except having used the mixing 
solution which turns into internal hquid fi^m 52 % of the weight of N,N-dimethylacetamide, and 
48 % of the weight of water. Each physical properties of the thread (thread of the outermost 
engine performance) which has the value from which it separated most to the average and this 
average of each physical properties when evaluating all the threads at this time are shown in a 
table 1. It became clear that this fihn has very few elution volumes from the fihn, and there is 
little adhesion of blood protein and a platelet. Moreover, there was little fransmission of albumin, 
and since excelling also in the path clearance of beta 2-microglobulin was suggested, it turned 
out that it is the fihn excellent also in the dialysis engine performance. Furthermore, it became 
clear that there are also few engme-performance differences with the thread (thread of the 
outermost engine performance) which has the value &om which it separated most to the average 
and this average of all threads compared with the example 1 of a comparison. 
[0063] 

[The example 1 of a comparison] The same actuation as an example 1 was performed except 
there being nothing gamma ray Teru putting. This result is shown in a table 2. It became clear 
that the absorbance of elution test hquid exceeds 0.04 for elution of PVP. The performance 
evaluation performed only the tiiread located in the core in an irradiation reactor. 

[0064] 

[The example 2 of a comparison] The same actuation as an example 1 was performed except 



having made the polyvinyl pyrrohdone in a film production imdiluted solution, and having made 
N,N-dimethylacetamide into 77.0 % of the weight 5.0% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time 
was 27.8 % of the weight. The engine performance of this thread is shown in a table 2. Since the 
mixing ratio of the polyvinyl pyrrolidone to the polysulfone in a film production undiluted 
solution is over 27 % of the weight, an elution volume and film internal-surface PVP 
concentration are increasing. The performance evaluation performed only the thread located in 
the core in an irradiation reactor. 
[0065] 

[The example 3 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production imdiluted solution, and having made 
N,N-dimethylacetamide into 78.4 % of the weight 3.6% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time 
was 20.0 % of the weight. The engine performance of this thread is shown in a table 2. It became 
clear that the amount of PVP of a film internal surface is less than 30%. The performance 
evaluation performed only the thread located in the core in an irradiation reactor. 
[0066] 

[The example 4 of a comparison] The same actuation as an example 3 was performed except 
having used the mixing solution which turns into internal liquid from 60 % of the weight of N,N- 
dimethylacetamide, and 40 % of the weight of water. The engine performance of this thread is 
shown in a table 2. This fikn was engine performance for which the permeability of albumin is 
over 0.3%, and the penneability of PVP also exceeds 75%. The performance evaluation 
performed only the thread located in the core in an irradiation reactor. 
[0067] 

[The example 5 of a comparison] The same actuation as an example 1 was performed except 
having used the mixing solution which turns into internal liquid from 10 % of the weight of N,N- 
dimethylacetamide, and 90 % of the weight of water. The engine performance of this thread is 
shown in a table 2. The amount of water penetration of pure water was the engine performance 
which is less than 10mL(s)/(m2 and hr-mmHg). The performance evaluation performed only the 
thread located in the core in an irradiation reactor. 
[0068] 

[The example 6 of a comparison] The same actuation as an example 1 was performed except 
having made drying temperature into 170 degrees C. The engine performance of this thread is 
shown in a table 2. All PVP in the fihn of this fihn was insoluble in water. This film is used as 
the module of 2 the effective filtration area of 1.5m, and it is [0044]. When it was alike and 
clinical blood assessment was carried out by the shown approach, the leuco PENIA symptom 
that a dialysis patient's white blood cell count fell temporarily was observed. The performance 
evaluation performed only the thread located in the core in an irradiation reactor. 
[0069] 

[The example 7 of a comparison] The same actuation as an example 1 was performed except not 
pouring water in piping made fix)m the nonmetal installed in the surroundings of the tray in an 
irradiation reactor, and the tray lower part. Each physical properties of the thread (thread of the 
outermost engine performance) which has the value from which it separated most to the average 
and this average of each physical properties when evaluating all the threads at this time are 
shown in a table 3. Discharge was observed from the metal member of the tray between 
microwave exposures. In the thread which exists on the outskirts of a metal fixture of a fray with 



this discharge and heating, that whose amount of water penetration is 0 (zero) was seen, and 
became clear that the thread of the poor engine performance is generated clearly. 
[0070] 
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[0071] 
[A table 2] 
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[0072] 
[A table 3] 
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DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

[Drawing 1] It is the front view showing an example of the manufacturing installation of the 
blood purification film of this invention. 
[Description of Notations] 

1 Container 

2 Microwave Teru Gunner Stage 

3 A Means to Fix, and to Carry in and Take Out Thread 

4 Ventilation Means 

5 Liquid Passage Means 

6 Revolution Means 

7 Thread 



DRAWINGS 



[Drawing 1] 
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n^mm\m^ti?>t>i,-}xift£\^iiK skTim, :^mm 
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[0 0 17] sxTim, ^^m<o^)mmi:mi>xmk 
lo 0 1 81 <p^»'mmm\Mi:3im.i-i>m\c 

[0 0 19] mmx^^^mmmitit. nm(m 

• jR?L»}$S!i«a*t^.t; mmm 

aisi^ (%) = (jifSwsi>£f£) 
[0 0 2 3] sj<y f^^/nfp y Kv©aiiS$tt. 

5*iF«e*3a»%(0^y tr::^yHfpy (BASF 
its K3 0, «»¥JS^^»4 0, 0 00) (DV>m 
^^S'^r— (0. 1 5mo 1/y y h-^, pH7. 4) 

2 0 0 mmH g Lfcfit^B, ^^T/Uzf^ V^Sii 

[0 0 2 4] mmyKAxiz^f£^m<Dmmmfi. 

/u:t>ym^^V-r- (EiT*(c Wy-r-j bh^^o) , 

-O-Ar-C (CHg) 2-A 
-O-Ar-SOj-Ar- 

[0 0 2 7] spy ifsi/nfp y K>WLi«i>^^»o'boe 

\tMM^l^^^ti9 0 0 , 0 0 0e;l±(D/}<y f^/Hfn 
y KViiift^^^vS^ 9 0 0, 00 OiO/h^v^fifi^ 
*^4>i^*^*-f5!3^y lf=/Hfny K>'^ffiv^Tie--Ci 



[0 0 2 0] IWl»*#S9t L.Ttl> ai^^l/^-iJ^y =3- 
/K Vi^^'y a— /K b y ;^^t'>'^'y n-zK 

1, ^-T'g^L'y^^y 1, s-T'^u^/^yn 
fk^/we/r^A, ^mi-hv^j^. mmi-hvi;j^. mm 

[0 0 2 U *|6Ktd3V^T, ll6m.mx±tt£ 
lLm(0&mmt\-i. iSyHMUl^l O OmL/ (m=' • h r 
•mmHg) Ei±-e*)o-C. fi»5pJ^^^*4 0, 0 0 

0<O/}?y f^/vf P y Ky(?3Sji*;iS7 5%^®^, i 

[0 0 2 2] 4^jii«T;u:/5 v^Sii^tt, £;T®j;5 
/£;frffi-ea!li^-r^r i:;aswtl-cfc5„ *-f , 2 O c 
m©tf 1 0 0*iKjaT/^M*J>=.-/u«r{tSlt 

•f S. :iro*s?3L-/i^{:: 3 7'icjcJnaufc-./^ y yma 
^JliL« ('^■^yvSOOO lU/K ^'i^^-«^'»a6. 
Og/dL (.^"yU-^hM ) «rR(^«B«fci»ari. 

mtl 5 0 mmH g {CT 3 0 i^lWIS^iiSrff « 5 . # 

t) 2 8 0 nmCOja;g{rTa!i;eL, TIHOS; (1) {CftA 

X 1 0 0/ (7C^«(D®)t«) (1) 

[0 0 2 5] rtasffifi, |g®it>^irt^ffi«:Jgfig$-& 

$t®-T?*>5)P, rt3fB®iLaf±, rtiassffwig^pjaa 

miffmii^^t6mmmmmtm\cit-<x. 

[0 0 2 8] ;4:^?q-efflv^P,^^.5JKy;^;^*>'^K^Ky V 
-turn, TI30^ (2) , *;fctiA (3) XTP^h 

®Artt/^9tfc-i?(02{i|fe<D73:=>'V«Sr^U fi-g-* 

r-O-Ar-SOa-Ar- (2) 

(3) 

Ttf5fcfe{C9 0 0, 0 0 Oi;!9/h$V^fi»5p^:»^» 

[0 0 2 8] :««y>^/V*>'5RjKy-v— t7j<y 
Sl-^^-rstw-xJib?. N-><^;P-2-lfny K 

N, N-i>;'t^/W*/V'Ar5 >\ N, N-i?p«^/W 
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[0 0 2 91 $iyKis*^'p©#y-7-jiatt, sm^m 

*L<!H 0~3 0Sl:%-C$>5o SSV^il*:ttlliSr]Sfig 

-thfcmm. ^^V'r~mm±m^M-i:<. 10-2 
[0 0 3 01 ^ ^icmwiztti^v tr-/i'tria y 

y(Dm\ltmi?2 7fi»%£lT, »*L<f±10~27 

!:»%, ^??>{c»*L.<tt2 0~2 7i:»%-efe5. 

«*%^«;t5tJ§Iti*;5SliJ;l5«|^KS,?), *fcio 

[0 0 3 11 mmmthx\-i, m^\i^: :^i>/~/u^ 
aisromad, -3o~9o'c, »*L<f±o~9o 

;55 9 0t:^ie^fct). -SOtJ^flS-efcSi:. 

to 0 3 2] lK^^Ji^«<D|tilit;£, f^^tf^lS^r^Mfilt 

(%) = (A-B) 

■ftrnt, *«rtfctt4o't<&je?t*v^ia*oi!jja^{*:^ 

[0 0 361 :*I8I^I;::*3V>T. jfe^^-.®-^^ djSPSt 
1'«>^K^^«J6lti (Tk^^ciniO }c?8»$*5;js, - 

[ 0 0 3 7 1 -v-r n&wiaiRAfi^fta^S:©;*:^ 



^tK^co**^ J: t) *S-fc«:j*-r5<©i-ja LT^^$ r t 

«)¥±&-^/Jc^^S2 0~7 0%, J;t)jif*L<tt5 0~7 

[0 0 3 3] SbK, *m©W&7ksP«S2 0~7 0 
%, »*L<tt5 0~7 0%{t/i5^/j5-e(?5K**co4' 

J^tfc»fffilcfc'v >-Cf'iL>/S;i^ f) a:^o 1 / 6 ©i6H v > 

X^Mi^ 1 / 6 o«SH*V ^ 5 . 

[0 0 3 41 *fc, i^«/£3a6«»e>, 
5*m{co^^•ct. **®fi£:.'.«pt^i.JS*fBfc*3»t«)R® 
^**ro||;9Jl 0%6l|^t?S>5ri:as»*U\ )ffi®^f!) 

SA7k«t> (:iSS«-r S C <!: i:i J; **4'.il>SB t ^m^(Dt 

oo/ofiJtrtd-fsridS'Brfig-c&So 

[0 0 3 51 wi-C, -^^^tit, |£)!ftgj©*« (XI* 

M) ®a» (A (g) ) tmrn^M (xttm os* 

(B (g) ) (4) ^fcJ;t)S)-»-r?*Jt.feHSfco 

XIOO/B (4) 
1-r£:JS^*L<. «l««ifefil|lft©€:iSl~5 0-ea55 
«^t:-CS>S r t iW* LI/ ^„ 1 

-^4i^ti^(Dmi^tlii^m^±mcU-iL<-f£<. 5 0^ 

[0 0 3 81 ;ijs:5ISqir*5lt5M««^#»:i:(i, 2, 4 
5 0MHz roja»|gc-eSiJfe*Hfci»if<D 

AS 1 ~ 5 0 ©reflet LTtt;. ;!K ; '^/l-TA^^i-JK ^ 
f^/UT7i'=«— yl^03T/W=i— /Hi ; 31^1'^'^^y 3— 
/K >''n tru>' r/ya-zK h y j^'f'V'i^^y =-;V, 

1, 2-:/f-wv^y 1, 3--:/f'i^yirij=2 

2, 4-'<i^:J'i/':*-— /K 2 -a^'J^/V- 1 , 3 -'^^f- 
y?^:*-— /K ^y-feyy, r h9cii^u>'^'y 

jjfy aif^l^y^y =1— /V2 0 0, ^yai^l^>':/y 3- 
/>3 0 0. 7)^])^f-l^>'i^V=i~/\^4 0 0m(r>ir]}=i~ 
/i^^Xlti^ y -fe n -/U^ft^ii^tr^tf 5 C: t ;J5-et 5*5 

[0 0 3 9] ^|c5IM^::*5^^T«igWifi•v-f ^PjficDfig 
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[0 0 4 0] ^m^comicm^mRxfymmomtmi: 

[0 0 4 11 *^?^-ev^57Kl-^^X*fe5PVPi;f*, 

JK^^^P V P»^^t>7fCl-'5r^T?*>S P VP*^^L!I 

;!k(C"5r^-e&5PVPl:tt, eiT®;&&{cJ;»3**«r 
n K :7 ^ —T?£4-f 5 r 1 1 i 0 Br»-C*> 5 

pvp^jes-ts^itas-ctSo 

[0 0 4 2] ^^m(Di^^mma. ^s^^tcssm 

B (mL/i^) =0. 6 3 6A+2 9. 

j3 2-$^a^P7'yy(D^'yr?v;^i4, 

1. 5m^®*J*KBSa©*i?3L>-/Ht, jfa.?*iS(l»2 0 

omL/^ mmmm . mmmtsoomL/'^ 

(Bi^^BSfla) ©^Tt»0*AX||jS^<otttgfHlli 

jKyf^./vfpy h'XDmm^iiir 5%^mx.i,tT^]^ 

y lf=;;utfn y Fy(0Siai^ii7 5%U^T-^fe6r tiJS 
[0 0 4 5] ^ISMteitlf^bilfclgtt, «I?L« 

%teife^K<^)®3t*« 0.04 ^mxh r> . B.<>mimm 
(±. Ax'^mmm.Mm^m\cm^^mmi.±i><oxh 

1 5 0 mL Hi^3l^*-®aitffl;^f 

Sri)Px.Tl 5 OmLt LfcfccDSr*5fe-f5„ ®3t*}±2 
2 0-350 ntaX(Dm±Wm^i:^-m*KX§i^^ 



*ijS10~l, 0 0 OmL/ (m^ • h r • mmH 

g) , fil:¥*S^^fi:4 0 , 0 0 0 WJKy fcr/vfc-n y 

mmmxhi,, 

l^©afe#©fc»{ciBEg*fti: $^^TV^S jS 2 - $ ^ P 

(^^»: 1 1, 8 00) *+5>fcigSifi$* 
5/55. T/W:/?>' (^^^^4: 6 7, 0 0 0) ttfiiA/if 

3%«T-efe2>„ T^i':?'5ycDSii^>55o. 3%^mx. 

5 r t (*f*trt(^^S!,/j:7;i.^^ >'^At < iR^-f-S r t 

[0 0 4 41 ttTkOSTKiiiSl OmL/ (m" • 

h r • mmHg) Sk±<r>m\Cisy>Xtt. K's/l'trta 
vy:^(r>^m (A (%) ) fc^ 2-5^n^'n:/y:^ 
<n9^)7y^y7. (b <mL/^^) ) 4:{::ttTIEwS 

(5) \x.7T^-tmmiifimkwsm^'^^. 9^)r 
7 M: 1 . 5 m^'mmmkm-^'mm^ 

9 9 (5) 
»W®ISCttBRLfiM^J*»«fL^cv^ri:!6»&0. 0 4* 

[0 0 4 61 *3gWic:j;t)f^btufcJRH:, :«<y;^/i'*i^ 
;R2j*y-v-fc^yif::^^n^py KV!6>e>«;!), Wrt^ffi 
Ii*i»-t5d?y fs^/wtrn p Kvojiftiisa o~4 sfift 

5Kf^«ffi©jK*tt-cfc<3. ?j<y e-^/n^n y Ky (gi 
T¥lc rpvpj ttv^5) ^^r■^^i-SJ}<y;^/^*v^ 
R-Ctt, Kl^^fficDPVPftS/JSfi^-cfcS, Rt^^ffi 
£0PVP«S:«5{s-rt*5iilg[^^ffl^s«7tcttSr^L, jfiL 

ii®pvp3i«>8Sieii-f?5t, vvv<omm^mm 

3 0~4 0%O«5a-t?fc*), »«L,<«3 3~ 
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4 

[0047] m^mm<D pvprnt^. 

h/W (X-r a y Photoelectro 
n s p e c t r o s c o p y, JJITXPS) iCior 

rCT, C, :S*J5^«* (%) 
C2:>f:r>>M^»« (%) 

M, : PVPOi**)Sb3.=is' }'<0^* (111) 

^» (4 4 2) 

[0 0 4 8] )!S:(r*|g?^(D|S)!!|»fl|W-«a|^&, iaffi^# 

ML-ciftei-f^, s 1 i^s^-riai^Sii. «s§ (I) . 
Wi!'o«it5?^ (2) . mm^Lmx-mm-t 
s^s (3) . **ffla^® (4) , mmm^mtn 

~5 0-CjbS?SE^*:=^iilS*S*® (5) . at;. 
Sr@JtUj!8A-iRWi-5^S (3) S:H3£LriHl(ls$* 
SIiHlg#ii; (6) !4»P>)te5, 
[0 0 4 9] **SrilSLiftA-iRW-f5A:*lcfflV>t, 

(3) im^^nftm (7) ^ss (1) 
(2) Tj^bfiii^stvfc-^'r^'o 

(4) ti!5IS?;S^<*:is*m(::afe$*xSo Sejf::^^*^ 
¥S (5) ;aSia:ite>i^-CV^5(^•C, *W!^£-^'f ^njgijs 

[0 0 5 0] (1) tt, (a) V^r^-nSt 

Sr«»f1-5«i6, (b) «SII#J©ja«Sr-^{>:ftoa« 
fWPm (c) ^5grtw^#:«r«aH-a^S, XU? 

(d) mm<D%»mt!i(D%»tmiSi'ri>^m%:^i- 

[0 0 5 1] v^'^'nSMlt^a (2) H:, (7) 

A-ma^m (3) MM<Dm&Rt^woiiiL^^M 

*ajl,¥^S (4) {4, **f*9li^#:*aja-t-5?tft{iiffl 



©3^S-Ca^«o i-'ito*.. Cl s . O 1 s . N 1 
:t!?c0^ffi«« :6^f>*»fcai^^V^ 

jKy;^;v-*:^^3Ky-7-is (2) 
it-efc5i#t[4 (6) ^(^i!5ff^-^^*«rtis-c 

0 0/ (CiMi+CgMg) (6) 

[0 0 5 2] mm»^mn'^5o-^ibi>mmmi& 

$*5^S (5) t±, S«{4tS:ii6i-^i:55Jt?t5?'ax'fc 
1 ~ 5 0 -efcSf«#:Sr)iia$-t-5#^«McDffi*ff-t?feS 

;4S»*U\ *JK*H«Ul8A-«t±ii-S#ik (3) Sr 
HfeUT, $5jJr@Hi^e>fr5#a! (6) tt> 

[0 0 5 3] 

li^Troifef^^M-effofc, :6$ 1 5 c mro4>S**tliS: 
1 O^^^aT/ha^i^^^/VSr^SL, 

V t h tf»jiLSri6l3$ 1 . 0 c m/m^X 1 5 

mcp^^a^mtsmmKwmiz.mmu o. 5%!K 

miimm&^ h y h vx - 1 o o) ^sr^tf^a:^** 
i'-ej(sif»j!gi+ uTiig*ffi(<:3fi!r3t \^ftiD.4^m^hnm $ 

)H.5?LBM5i*DfS* (£J^T. Tldhj tv>5) §r3t» 
tSrt{cj;9IBM(( ((*3«ffim») SfcO«LDH?g 

fflufc. L■rpvp^-&#L«:v^^^^ 
( V mmmnmmm i roM«r^5!sbSj^«« i , 5 o o 

p p nKDJfclM^il-^- h y Ate 2 H MS« Lfc^, 31 
^y-^'H!:! H(RIsaH-5ri:l!:j;t)#5,Jvfcfc©) S: 

[0 0 5 4] (ikiS^y/^iJ'K®*!:) K'-wjiLSI^:/ 
^Jtii^raSr 2 4 0 Lfcjy^fi 

-kMAx 1 ^mm^ Lfco m^'p^^^m^ 5 mmft^ 
sAicSBgfu 1. o%7!>y/wii-fh y i^At^^tf^ 

5 C t <k t) i^Al:^ fc "9 ^ Sf »«* tLxm 

fflLfco ^v/^°^'«^ill^^BCA7•p•7'^yrs/-fe-r 

V P Sr&:f L*V>K ( y itSm9lt«r®3gl6{« 1 omt:^^!b 
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mmm i , 5 o o p p m<D9tmM^mi- vv^Aicz 

[0 0 5 5] 

(Amoco Engineering Polyme 
r sttSilp- 1 7 0 0) 1 8. Ofi*%, f^/Hf 
ny (BASFttK K9Q. 
2 0 0, 0 0 0) 4. 3SJI%Sr, N, N-i;^;>«^/VT 
•fehrtK 77. 7 fi*%tt?g« LTiS-;5;?&» i: L 

^i/ktfP y K>'roiEfpH:^fi2 3. 9fii%-Cfcofc„ 
r.<^i!S!Ii)!S«f^6 OtiCilS:*), N, N-v?p<^/ur-fer h 
T 5 K 3 0 « *% t ;!k 7 0 b 5 

lfB?«tit{c, ij*p (2ms4^y;^;v 0. Imm- 

0. 2mm-0. 3mm) d^PjatttJ^*, 0. 9 6 m03 

1»©«?0&ftSr54. 5%, fiftSrS Ittca^hn- 
zl-Lyi:, ifrJStt, 8 0m/:»ii:|l)tLfco IfeSt 
{r»1-5^r=¥-^y7'<7?Jt4iH:, 0. 0 12m/ (m/ 
r$M T-fcofco #t©ofc*A%«JI|f«, *m («^3 
0 cm. Jf;*:^9 4 0 03)0 ®«]Bfffi±*d^P> 8 Ot:© 

[0 0 5 61 (miiiK<oft)!*^tv p V p (o^itium 

(■^**!6S3 0 0%, *S«^'-L^»©ISC©•t*4S;5S3 0 0 
%, *«*t-«^S©K©^**!SS3 0 0%, **©f-L>«|5 
t^1-iaS|5}C:fe»tSIS©-&*4s©llaso%) 9 0*SrW 
^-BfelilfiF (Jilt*Frt©jaji3m/#) rtJC, hu— 

©**i^*S;-{i^^' ^ n Sf;i)S)i#^ ^ <fc 5 (' 6 ;^©* 

[0 0 5 71 ®**t*rLrv^i!'Pj6ttl:/33 0kW 
(drn!7s'b) -CI 85^raW^'Djg[figJWLfc, r©^ 
^■eJi«*Frt©tt5'tlf|5}C^l[111-5*m©t**f±4 2% 
(*mf'tlBS©K©^*^;JS4 4%, *m^^l35©)R<^ 

MIt-r 5 r i: {ci t) a;^^:5S i %^m<D?ti^m 

[0 0 5 8] 4fc. ^mmmm-hmkmrf^^-^n 

( 1 ) MMPfHo h u-om 5 \mm Lt.^^tmmm's 

( 2 ) ht^Sr 1 4 |Hlte©]i*t?IiME^c*fc, 



(4) ^*^©TlfB^^?5 4m/#(Daa(C-C|S»Sa 

(a*io%e;^T) ^^^(DTm^h±n^tmmL 

¥*li-eo. 4m/#<ojiJ,iadsa!i^$Hfc„ $5,1::, 
ixfclfciSM t2. 5Mr a d©yi»S:M4f-f 5 

r t ic: J: 9 IB|tp © P V P ©-^^r^^'ft Lfc, 

10 0 5 91 mmwmmM) ^M^wm Lfci^©# 

*S (*^fttl©^fe*) ©#«!rt4^^ifc^-t-. ¥J^*t 

mmL±tZ^. 3 2mL/^J-e#S:iidS55-*-!). P 
VP©S3g^SrS; (5) {r{-^;AL.T»tliLfc^yT7V 
;^3 2. 5mL/5J-t^^-e&5rt;i)5B^?);0^i:;S-p 

SifiSIStfi'ofci^i^, S*©^'yT7:^;^tSii45 
fl^-n^jll 8 5mL/5>, 8 3%-e*)ofc, *fc. If 
iJ'^VB 1 2k:oVNrttll«tc:9 5mL/5^, 4 8%-|? 

[0 0 4 4] tlsi«j5:*ffi-effofc, K^fro^p 
VPl:©6 2%as. 7K(c;T:^-cfcofc. Si©^ffli»|t» 
SrUfc^*. ^tliifeWK«©Bit5fe«M:0. 0 4£;Tt?fc 

©K«liW4*j-«KfcJt'<T. ila/hS3K!i«*iSi£< (sftffi 

*rjiaK4 3Un i t/m^) , V^s'^^W©)!* 

/g) . fil±{;:#iffctt|6d>t,, ^©BlEtt, K-4^e,©gE 
(i}»i6s«»r/>*< , jiiitt^^^-5^'ir-^iiL/h«©#««s 

*is^>*< p 2-5^'P^'ayy >'ro^'yr7>':^{c>b 

#.*^©JF*&1Ki:«5pi§Hfilc^U-c^'b 

[0 0 6 01 

[3IJ6«>!I21 M)lfai?Kf©2Ky tf^yufpy K:^«r4fi 
*%. N. N— ^JpJ^/WT-fehT^ K«r7 8«»%tL 

R15*R«P©jKy ;^/P>3>>'{c»-rS!^y t'^/wtfu y 
(DU^ttmi2 2. 2JH:%T?feo;fc„ r©^©^*^ 
L.fcl^©^^f4ro3Fi^«i: S3p;^ffi{c?sf LTS1> 
^nfcWSr*--rS** (*^1-ttt6©^^*) ©#ti14^^ 

lic^-fo :i©ffiStt, Ki6^e.©^(±}»z)5«*r'>*<, 

jJCofco T/V7'$y©j®i^^5^J^/i<, a.o/3 2 

- S ^' n ^'n y >'©:J' y r 7 (:: feffjLS - i iJJ^ 
It $ nfc c i: bSDrttlKii t>«iifcK-C$) 5 i i AS^^ 
d^ofc. ^felc, ^«©5pii&ffl[i:«TOiS{-*fUT* 



[0 0 6 1] 

ny K>C0iafttl:*tt2 6. 7mft%T-fc<5fc, rcoRp 

/3 2 - 5 n ^^cT" y y©^ y T9 y^fc:t>«tb5 

[0 0 6 2] 

2 fiSro t * 4 8 ^ > ?5 s ?l?n^M^ffl v >fc 
5 ^ n p :/ y > (0 ^ y r 9 fcft tt S r t AS^?« 

[0 0 6 3] 
[0064] 

[H:««»|2] 04IBtiaiKtf®sKyi^=i/nfBy Ki^SrS. 

0S*%. N, N-i'^f^A'T-fe bT? K^7 7. OS 

rofif ro$!fjfM^^©jjf y y^/v^^yidsrs^Ky fc^/vt" 

n y K>-©?S?nJts^(42 7. 8m*:%-e*jofc, rco* 
-t-^jKy K':^/Vt:°P y KycDm?nit3^;J3 2 7m»%^« 



[0 0 6 5] 

[Jt«£t^3] S[iei?«tp(04fy lf:^/Ul^ny Ky^S. 

6a:»%, N, N-^;»^^yvr-fe hr $ F^7 8. 4fi 
n y Ky(??Sfpit*tt 2 0 . oi:i:%-e&ofc„ r©* 

2 {C^p-r, |grt*BO P V PS:iS 3 0 

TlHIoTV^5::tiiS5g^,iJ>^:/j:ofc, tt|gffffi», ISIt 

[0 0 6 6] 

[tt;«s«^4] F*9iff»irN, N--y^^/i-r-fe br$ K6 

0S*%t7K4 0«*%;4»e>;?i:6iS^B^fR^fflVNfcgt^ 

^2t*-fo r.(DKi4. T/VP'^ y©ai@^*5o. 3% 
^ia;tT*59, *fcPVP<73a»*fc7 5%Sr«^514 

[0 0 6 7] 

[JtlilEWB] rtlfBftfcN, N-S^j^f^/WT-fehr? Kl 
oa:*%i:*;9 oa*%;a>^)^fc5jiift^^«rfflv^;te^^1. 

^2tC;^-ro *ie;!kroa*»!5Si OmL/ (m^. hr • 
mmHg) &TlH]5ttSi-e$>ofc„ tt«BfP«l4, 

[0 0 6 8] 

t. roKtt, IIS1'©^T<DPVFiS*fc5mT?S>o 
fc. r<D«t*^r3a«iifflai. Sm^W^i^a-zHCU 

•c 

[0 0 4 4] K^\.tz:^mxm0^mmsL±i:z}b. 

[0 0 6 9] 

lit^m 7 ] m^P^<n V u-<DM ^ h i^-TSBfc 
1 1 mn^im^no ft, :i ®i*©ife* ASrSMHi Lftt^ 

5*^®1>{c«:iS;!kl::4S0 (-^n) -CfcStwme 

[0 0 7 0] 
[*fl] 







Ml 


*« 


mz 


Ml 


Ha 




M4 






««!>« 


«>¥« 






ill 


*** 






18B 


UB 


100 


200 


IM 


196 


1B6 


IDS 














283 


386 


889 


hr-mmH|^ 


22 


18 






23 


» 


430 


400 


SiH' 1%) 


0.01 


OJJl 
KT 


sir 

«T 


OJdl 
. »T 


0.01 

KT 


ax)i 
»T 


Dill 

«r 


KT 


PVP© 




4 






e 




72 


72 


mrmnrvem 




» 


ao 


80 




44 


36 


36 








«9 






*!> 




♦ 0 


S3KK 


0.022 


O.0S2 


0.020 


0.020 


0.08S 


om 


a022 


0.022 




«U 


ML 


«tl. 




«t 


<IU 


.M\, 


CU 














4.1 -. 












E.6 


6.0 


u 


1.8 


2J) 


2J} 




ISO 


190 


170. 


170 


2«, 


260 


8100 


8100 






0.S2 


0.84 


0.84 


0.8S 




0.51 


asi 


PVP® . 
3W(%} 


W 


W 


84 


9* 


M 


. 84 


M 


M 





tt«mi 


it:««2 




lt*«4 


itSHMS 






IM 


201 


800 


196 


202 


190 




282 


291 


2»2 


296 


291 


281 




2S 


36 


16 


960 


9 






0.01 
UtT 


0.01 

KT 


O.OI 

KT 


0.87 


0.01 


0.01 

«T 


PVP« 




5 


4 


78 


0 




Birt«asFvp« 


SB 


46 


28 


88 


84 


86 


PVP<D#» 


St 




*•) 


*9 


«9 






0.O47 


0.038 


0.016 


0.020 


0.020 


0.022 




!St. ■ 




«IL 


ML 


ML 


«L 


(LOH-Unlttai') 


15.5 


3.8 


19.2 


18.4 


18.1 


I&6 


«««(»«/«) 


2.1 




SjO 


2.8 


Z-l 


3.0 


bi'smiHE)) 


ISO 


310 


130 


8B00 


76 


190 




0.32 


0.38 


0.32 


0.60 


0.17 




PVP« 

(%) 


77 


8fi 


78 


100 


63 


76 



[0 0 7 2] 



-10- 









ffi 












285 


2S0 


ir-nuoHg)) 


. 16 


0 


rr^-fx-yei 

XOf (%} 


0.01 
KT 




Fvpro 

mk^ (%} 


3 








as 


PVPO*« 


*5 


*!) 




0.022 


0.022 




4tt 




(UlH"tJiiiUm *) 


1S.0 






2.1 


2.1 




190 


190 


SU* (%) 


0.82 


0.82 


FVPO 
SilA* (%) 


77 


77 



[0 0 7 31 

1 

6 iHE^ii! 

7 




-11- 



3L113 M03 AC12 BAOl a08 DA24 
4C077 AA05 BBOl GG20 LL05 NN03 

PP02 PP03 PP13 PP15 
4D006 GA13 MAOl MB06 MC40X 
MC62X NA05 NA12 NA50 
NA62 NA64 PB09 PB52 



